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Description 

This invention relates to abrasive articles utilizing a binder which secures abrasive grains to a backing 
sheet, on fibers of a fibrous mat, or in a shaped mass, and to methods of making such articles utilizing a 

5 binder precursor solution including a reactive diluent. 

Abrasive articles may be categorized as coated, bonded, and nonwoven abrasives. Coated abrasives 
generally comprise a flexible backing upon which an abrasive coating comprising abrasive grains and a 
binder is attached. The backing can be selected from paper, cloth, film, vulcanized fiber, etc. or a 
combination of one or more of these materials, or treated versions thereof. The abrasive grains can be 

70 formed of flint, garnet, aluminum oxide, alumina zirconia, ceramic aluminum oxide, diamond, silicon carbide, 
etc. Binders commonly comprise cured versions of hide glue or varnish, or one or more resins such as 
phenolic, urea-formaldehyde, melamine-formaldehyde, urethane, epoxy, and acrylic resins. Phenolic resins 
include those of the phenol-aldehyde type. 

Nonwoven abrasive articles typically comprise a fibrous mat of fibers which have on at least a portion of 

15 their surface an abrasive coating comprising abrasive grains and a binder. The fibers can be formed from 
various polymers, including polyamides, polyesters, polypropylene, polyethylene, and various copolymers. 
Naturally occurring fibers such as cotton, wool, bast fibers and various animal hairs may also be suitable. 

Coated and nonwoven abrasives may employ a "make" coating of binder precursor solution, which 
includes one or more of the above-named resins, in order to secure the abrasive grains to the backing when 

20 the resin is cured as well as to orient the abrasive grains on the backing or throughout the lofty fibrous mat. 
A "size" coating of resinous binder material can be applied over the make coating and abrasive grains in 
order to firmly bond the abrasive grains to the backing or fibrous mat. The resin of the size coating can be 
the same as the resin of the make coating or a different material. 

In the manufacture of coated and nonwoven abrasives, the make coating and abrasive grains are 

25 usually first applied to the backing or lofty fibrous mats, the make coating partially cured, then the size 
coating is applied, and finally the make and size coatings are fully cured. 

Generally, binders which include thermally cured resins provide abrasive articles having excellent 
properties, e.g., heat resistance. In order to render the resin precursors coatable, obtain the proper coating 
viscosities, and obtain defect free coatings, solvent is commonly added to the uncured resins. 

30 When polyester or cellulose backings or lofty fibrous mats of such fibers are used, curing temperature 
is sometimes limited to 130°C. At this temperature, the long cure time along with solvent removal 
necessitate the use of festoon curing areas. Disadvantages of festoon curing areas include the emission of 
volatile organic compounds (VOC) such as organic solvents, unreacted resin precursors such as phenol and 
formaldehyde, and the like. 

35 Of the many thermally curable resins, including phenolic resins, urea-aldehyde resins, urethane resins, 
melamine resins, epoxy resins, and alkyd resins, phenolic resins are used extensively to manufacture 
abrasive articles because of their thermal properties, availability, low cost, and ease of handling. Although 
phenolic resins are discussed herein, it should be appreciated by those skilled in the art that the principles 
discussed herein are applicable to other thermally curable resins, such as those previously named. The 

40 monomers currently used in greatest volume to produce phenolic resins are phenol and formaldehyde. 
Other important phenolic starting materials are the alkyl-substituted phenols, including cresols, xylenols, p- 
tert-butyl-phenol, p-phenylphenol, and nonylphenol. Diphenols, e.g.. resorcinol (1 ,3-benzenediol) and 
bisphenol-A (bis-A or 2,2-bis(4-hydroxyphenyl) propane), are employed in smaller quantities for applications 
requiring special properties. 

45 There are two basic types of phenolic resins: resole and novolak phenolic resins. Molecular weight 
advancement and curing of resole phenolic resins are catalyzed by alkaline catalysts. The molar ratio of 
aldehyde to phenolic is greater than or equal to 1.0, typically between 1.0 and 3.0. In the production of 
adhesive coatings for nonwoven and coated abrasives, one standard starting phenolic resin composition is a 
70% solids condensate of a 1.96:1.0 formaldehyde:phenol mixture with 2% potassium hydroxide catalyst 

so added based on weight of phenol. The phenolic resin composition is typically 25-28% water and 3-5% 
propylene glycol ether, which are required to reduce viscosity of the resin. Before this resin is used as a 
component of a make or size coating, i.e., to make it coatable, further viscosity reduction is often achieved 
using VOC. A binder precursor solution containing a phenolic resin which is used to produce a make 
coating may contain up to 40% of a VOC such as isopropyl alcohol to reduce viscosity and make the 

55 phenolic resin compatible with resin modifiers (flexibilizers), while a binder precursor solution which is used 
to produce a size coating might contain up to 20% of a VOC such as diethylene glycol ethyl ether. 
Unreacted phenol and formaldehyde in the final, cured resin also contribute to VOC. 
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In order to reduce emissions of VOC, efforts have been made to increase the water compatibility of 
phenolic resins. Fisher, in a review article without references titled "Water Compatible Phenolic Resins" in 
Proceedings of the American Chemical Society, Division of Polymeric Material: Science and Engineering; 
65 pp. 275-276 (1991), describes currently known methods of making "water compatible" phenolic resins, 

5 their benefits, and their shortcomings. 

Unfortunately, the water tolerance of phenolic resins suffers in many of the formulations designed to 
reduce VOC. "Water tolerance" refers to the measurement of the maximum weight percent of distilled 
water, based on initial resin weight, which can be added to a stirred, uncured phenolic resin via titration to 
begin causing visual phase separation (as evidenced by a milky appearance) of the resin/water mixture into 

w aqueous and organic phases. As mentioned by Hoy et al, below, it is imperative that during the drying 
stage, after a particular substrate has been covered with a layer of coating, that a single phase be 
maintained until the water has evaporated away leaving the now insoluble organic polymer deposit. Another 
problem with many water compatible phenolic resins is that gel time is increased. "Gel time", as used 
herein, refers to the length of time at a given temperature that a phenolic resin transforms from a liquid to a 

75 gelled state. It is an indication of the rate of cure of a phenolic resin under established conditions. 

Phenolic resins suitable for use in the manufacture of abrasive articles may optionally contain 
plasticizers, crosslinking aids, or other modifiers. Modifiers have been used to overcome deficiencies of 
phenolic resins in certain applications such as brittleness in the cured state and lack of water tolerance in 
the uncured state. Modifiers have previously been used to adjust the physical properties of the finished 

20 product, such as hardness in a wet environment, but many have required additional VOC for viscosity 
reduction. 

It is known that nitroalkanes and urea react with formaldehyde, but these compounds have not been 
used as reactive diluents in the production of abrasive articles to the inventors' knowledge. It is also known 
that poly(oxyalkylene) amines react with phenolic resins, and there have been attempts by assignee to 
25 commercialize nonwoven abrasive articles employing poly(oxyalkylene) amines having molecular weight of 
400 and above. These attempts were largely unsuccessful. The high molecular weight pply(oxyalkylene) 
amines typically require an organic solvent to render coatable the binder precursor solution in which they 
are mixed. 

U.S. Pat. No. 4,571,413 to Dolden et al. describes the use of polyethers [poly(oxyalkylene) diamines] in 
30 the preparation of modified phenolic resins for use in fiber-reinforced composite materials and phenolic 
foams. Improved impact strength and flexural properties are noted. 2-45 parts of polyether per 100 parts 
aqueous phenolic resin are suggested. Ail resole resins were acid catalyzed. There is no mention of base- 
catalysis, applicability to abrasive compositions, or lowering of VOC. 

U.S. Pat. No. 4,786,683 to Schloman, Jr. et al. describes modified guanyl resins containing poly- 
35 (oxyalkylene) amines and phenolic resins for use as rubber modifiers. 

U.S. Pat. No. 4,163,030 to Banucci et al. describes blends of polyetheramide-imide compounds and 
phenolic resins. Applicability to solventless dry powder coatings and electrical insulation is noted. 

U.S. Pat. No. 3,734,965 to Becker describes poly(oxyalkylene) compounds with aldehydes and substi- 
tuted phenols as curatives for epoxy resins. 
40 U.S. Pat. No. 4,226,971 to Waddill et al. describes an epoxy curing agent derived from the phenol- 
aldehyde condensation product with the aminoalkylene derivative of a poly(oxyalkylene) polyamine. 

U.S. Pat. No. 3,933,936 to Smith et al. describes aziridine-modified phenolic resins with good bond to 
wood, metal, ceramics, and plastics, and which have fast cure. There is no mention of abrasive applications, 
poly(oxyalkylene) compounds, or reduction of VOC. 
45 U.S. Pat. No. 4,650,838 to Das et al. describes aromatic phthalocyanine compounds as modifiers for 
phenolic resins. Improved thermal stability and applicability to friction materials are noted. Novolaks or 
resolated novolaks are the focus. 

U.S. Pat. No. 5,041,481 to Sugimori et al. describes amino compound adhesion promoters for curable 
compositions such as paints, adhesives, or sealing compounds, 
so U.S. Pat. No. 4,102,866 to Speranza et al. describes poly(oxyalkylene) compounds as a curative for 
epoxy-novolak resins. 

U.S. Pat. No. 4,164,520 to Waddill et al. describes a process employing poly(oxyalkylene) compounds 
to accelerate the cure of epoxy resins. 

British Patent No. 1,501,331 to Minnesota Mining and Manufacturing Company describes the use of 
55 poly(oxyalkylene) compounds with epoxy resins to manufacture friction materials. 

U.S. Pat. No. 4,906,774 to Speranza et al. describes the preparation of urea-linked diamine product 
from poly(oxyalkylene) diamines and diisocyanates. 
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U.S. Pat. No. 4,154,724 to Schulze describes the preparation of ureido-functional poly(oxyalkalene) 
compounds. 

U.S. Pat. No. 5,039,759 (Hoy, et al.) discloses the use of reactive urea, thiourea, and carbamate 
derivatives as cosolvents and reactive diluents for modifying water dispersible resins including polyester 
5 alkyd resins, carboxylated hydroxyl-containing epoxy fatty acid esters, carboxylated polyesters, carbox- 
ylated alkyd resins, carboxylated acrylic interpolymers free of amide groups, and carboxylated vinyl 
interpolymers. While utility in these systems is disclosed, there is no suggestion of the use of reactive urea, 
thiourea, or carbamate derivatives as reactive diluents in phenolic or urea-aldehyde resin systems. 

U.S. Pat. No. 3,862,060 (Anderson) descibes stable emulsions containing high concentrations of 
10 thermosettable phenol-formaldehyde resole resins as the dispersed phase. The emulsions exhibit a water 
tolerance of less than 40 percent, and are stabilized with a proteinaceous compound. The resole resins are 
prepared with amine catalysts and are preferably modified with melamine. The emulsions optionally contain 
urea or dicyandiamide, which act to reduce the free formaldehyde. 

U.S. Pat. No. 5,008,336 (Richey, Jr., et al.) describes tri-substituted amino oxides having at least two 
75 reactive hydroxy Is useful as reactive diluents in polyol polymer-containing coating compositions. 

U.S. Pat. No. 4,903,440 (Larson, et al.) describes a modified resole phenolic resin for use in abrasive 
articles containing a binder having at least 1.1 pendant alpha, beta-unsaturated carbonyl groups per 
molecule but does not suggest the storage life benefits of the compositions described herein, nor the 
compositions themselves. 

20 U.S. Pat. No. 3,817,976 (Bakul, et al.) discloses the use of a butadiene-nitrile rubber as a modifier, but 
requires the use of additional organic solvents. 

U.S. Pat. No. 4,505,712 (Floyd, et al.) and U.S. Pat. Nos. 4,345,063; 4,285,690; 4,332,586; and 
4,284,758 (North) describe the use of cyclic urea derivatives for treating textile fabrics and paper in the 
absence of formaldehyde, but likewise requires organic solvent additions. 
25 U.S. Pat No. 4,927,431 (Buchanan, et al.) describes a modified phenolic resin binder for use in abrasive 
articles which contains a radiation-curable component containing pendant acrylate groups, but requires the 
addition of organic solvents. 

U.S. Pat. No. 5,026,405 (Guerro) describes a modified phenolic resin incorporating certain alkyl or 
hydroxyalkylcarbamylmethyl triazines to improve the wet strength of bonded abrasive articles. The dry 
30 strength of the abrasive articles is diminished, however. 

U.S. Pat No. 4,802,896 (Law, et al.) discloses a modified phenolic resin binder for use in abrasive 
articles which contains a thermally-stable aromatic ligand. Added organic solvents are required in this 
composition as well. 

U.S. Pat No. 4,904,516 (Creamer) describes a water soluble phenolic resin containing a soluble alkaline 
35 earth metal salt for use in binding glass fiber batts. 

Other patents which are of interest include U.S. Pat. Nos. 4,802,896; 4,904,516; 4,785,073; 4.311,631; 
4,515,835; 4,108,840; 4,786,683; 4,163.030; 3,734,965; 3,933,936; 4,650,838; 5.041,481; 4,102,866; 
4,164,520; British Patent No. 1,501,331; 4,906.774; 4,154,724; 3,862,060; 5,008,336; 4,903,440; 3.817.976; 
4,505,712; 4,345,063; 4,285,690; 4,332,586; 4,284,758; 4,927,431 and 5.026,405. 
40 As emissions of VOC are increasingly being regulated, an unmet need exists in the art of manufacturing 
abrasive articles for coatable, thermally curable binder precursor solutions which reduce or substantially 
eliminate the use of VOC. 

The present invention overcomes or reduces many of the aforementioned problems associated with 
previously known coatable, thermally curable binder precursor solutions. In accordance with the present 

45 invention, coatable, thermally curable binder precursor solutions are presented having excellent water 
tolerance, gel time comparable to or less than previously known binder precursor solutions, and reduced 
VOC emissions. When cured, the binder precursor solutions allow abrasive articles to exhibit abrading 
performance not unlike abrasive articles made with previously known binder precursor solutions. In addition, 
the varying nature of specific embodiments of the reactive diluents allows the abrasive articles of the 

so invention to range in flexibility and hardness between that of epoxy-based and phenolic-based binders. 

Coatable, thermally curable binder precursor solutions in accordance with the invention are character- 
ized by a 30-95% solids solution, more preferably 60-80% solids solution of a thermally curable resin 
having a plurality of pendant methylol groups, the balance of the solution being water and a reactive diluent. 
The term "coatable", as used herein, means that the solutions of the invention may be easily coated or 

55 sprayed onto substrates using coating devices which are conventional in the abrasives art, such as knife 
coaters, roll coaters, flow-bar coaters, electrospray coaters, and the like. This characteristic may also be 
expressed in terms of viscosity of the solutions. The viscosity of the coatable, thermally curable binder 
precursor solutions should not exceed 2000 centi poise, measured using a Brookfield viscometer, number 2 
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2' 6 ° rpm ' ? * 5 C ; The term P ercent solids " ™*ns the weight percent organic material that would 
remain upon application of curing conditions. Percent solids below 30% are not practical to use because of 
VOC em.ss.ons, while above 95% solids the resin solutions are difficult to render coatable. even when 

SS2i T " US6d in *" SCnSe th3t reactive diluent dilutes •» concentration of 

ttiermally curable resin .n the solutions of the invention, and does not mean that the solutions necessarily 
decrease in viscosity. w*t»ny 

The thermally curable resin is the reaction product of a non-aldehyde and an aldehyde, the non- 
aldehyde selected from the group consisting of ureas and phenolics. 

™,h Th ,Y eaCtiVe di ' uent u has at least one ,unctional 9™P which is independently reactive with the pendant 
methylol groups and w.th the aldehyde, and is selected from the group consisting of 

A) compounds selected from the group consisting of compounds represented by the general formula 



R 2 X 

1 I » 

R 1 — N — C — Y 



20 



an I mrtures thereof wherein X = 0 or S and Y=NR 3 R* or -Off. such that when X=S. Y=NR 3 R*, each 
of R , R , R , R and R5 is a monovalent radical selected from the group consisting of hydrogen alkyl 
groups having 1 to 10 carbon atoms, hydroxvalkyl groups having from 2 to 4 carbon atoms and one or 
more hydroxyl groups, and hydroxypolyalkyleneoxy groups having one or more hydroxyl groups and ' 
with the provisos that: a H 

P 8a " oom P° und contains a« '^st one -NH and one -OH group or at least two -OH groups or at least 
25 two -NH groups; 

(ii) R' and R 2 or R< and R 3 can be linked to form a ring structure; and 

(iii) R\ R 2 , R 3 , R* and R 5 are never all hydrogen at the same time- 

Si ?T« *! d ! o haVi " 9 m ° leCUlar W6i9ht ' eSS than 300 ^ selected from ^ 9rou P consisting of 
alkylsubstrtuted 2-ammoalcohols. /S-ketoalkylamides, and nitro alkanes; 

M C) poly(oxyalkylene) amines having molecular weight ranging from 90 to 300; and 

D) poly(oxyalkylene) ureido compounds having molecular weight ranging from 90 to 1000 
Preferred reactive diluents include those further characterized by X being O. Y = NR 3 R* R< beina 2- 
hydroxyethyl, R 2 and R 3 being are linked to form an ethylene bridge, and R< being hydrogen ' 

A preferred ^substituted 2-aminoalcohol useful as a reactive diluent is 2-amino-2-methyl-1-propanol 
35 while a preferred 0-ketoalkylamide is 0-ketobutyramide. prupanoi. 

Additionally nitroalkanes with at least 1 active hydrogen atom attached to the alpha carbon atom will ■ 
scavenge formaldehyde in coatable thermally curable binder precursor solutions of this invention •' • 
Representative poly(oxyalkylene) amines include poly(oxyethylene-cc-oxypropylene) amine poly- 
«, ?n^ 0P H e " e) 7 ' po,y < ox yP r °Py |ene ) diamine, whereas representative poly(oxyalkylene) ureido .' 
40 compounds are the reaction product of urea and the poly(oxyalkylene) amines previously enumerated 

Optionally, the coatable. thermally curable binder precursor solutions of the invention may include up to 
50 weight percent (of the total weight of thermally curable resin) of ethylenically unsaturated monomers: ' 
These monomers, such as tri- and tetra-ethylene glycol diacrylate. are radiation curable and can reduce the 

« 2£££E£r CUrab ' e r9SinS bV Pr ° Vidin9 3 for pre " CUre nation of the 

Another aspect of the invention is an abrasive article characterized by having a plurality of abrasive 
grans d.spersed and adhered within a binder, the binder formed from a coatable. thermally curable binder 
precursor solution exhibiting substantially reduced emissions of VOC. the binder precursor solution 
comprising the reaction product a 30-95% solids solution of a thermally curable resin having a plurality of 

so pendant methylol groups, the balance comprising water, and a reactive diluent, wherein preferred resins and 

^STL t ^ aS . ab ° Ve d6SCribed and When lhe reactive diluent is a POly(oxyalklene)amine the 
moiecu tar weight ranges from 90 to 1000, with the proviso that if the abrasive article is a nonwoven abrasive 
article, the molecular weight of the poly(oxyalkylene)amine is less than 300 

ss binder? 0 "' 03 " 5 ^ ***** "* n0nw0ven - and bonded articles incorporating these preferred 

Abrasive articles made using the materials and methods described herein exhibit excellent resistance to 
performance deterioration, expecially in wet environments, and afford the abrasives manufacturer with a 
great degree of flexibility in producing abrasive articles of varying degrees of flexibility. Decreased 
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emissions of VOC is one advantage of the methods of making the abrasive articles in accordance with the 
teachings herein. 

FIGs. 1 and 2 show enlarged cross-sectional views of coated abrasives made in accordance with the 
present invention; 

s FIG. 3 shows an enlarged schematic view at roughly 100x magnification of a nonwoven abrasive article in 
accordance with the invention; 

FIG. 4 shows graphically that as the amount of the reactive diluent hydroxyethyl ethylene urea (HEEU) in 
the binder precursor solutions of the present invention increased, the total formaldehyde emission 
decreased to 55 % of the formaldehyde emitted from an unmodified sample; 
jo FIG. 5 shows graphically that increasing amounts of alkaline catalyst in the binder precursor solutions of 
the present invention tended to increase the rate of formaldehyde emission, but cumulative formaldehyde 
emission was reduced to 66% of the formaldehyde emitted from an unmodified sample of binder 
precursor solution including phenol-formaldehyde resin; 

FIGs. 6 and 7 show graphically that combinations of alkaline catalyst and the reactive diluent HEEU in 
75 binder precursor solutions of the present invention which included phenol-formaldehyde resins reduced 
formaldehyde emissions to 56% and 46% of the formaldehyde emitted from an unmodified (i.e., without 
reactive diluent) sample of the same precursor solution; and 

FIGS. 8 and 9 show graphically that the reactive diluents 2-amino-2-methyl-1-propanol (FIG. 8) and 0- 
ketobutyramide (FIG. 9) reduced formaldehyde emissions from coatable, thermally curable binder 

20 precursor solutions containing phenol-formaldehyde resins. 

FIG. 10 shows graphically that the reactive diluent nitromethane reduced formaldehyde emissions. 
As used herein, the term "coatable, thermally curable binder precursor solution" means a coatable, 
homogeneous mixture including uncured thermally curable resin, reactive diluent, and water, which, upon 
curing, becomes a binder. The term "binder" means a cured binder. The term "thermally curable resins" as 

25 used herein means phenol-aldehyde or urea-aldehyde resins, which may include up to 50 weight percent of 
one or more ethylenically unsaturated monomers such as triethylene glycol diacrylate, which are sometimes 
used to gel or precure the thermally curable resins (and thus reducing the time required for thermal cure) 
by providing a monomer which is radiation curable. Thus, the thermally curable resins are the reaction 
product of a non-aldehyde and an aldehyde, which may have an interpenetrating radiation curable polymer 

30 network therein when cured. "Non-aldehyde" includes urea, straight and branched alkyl substituted ureas, 
and aryl-substituted ureas, as well as phenol, alkyl and aryl substituted phenols, including cresols, xylenols, 
resorcinol, p-tert-butyl-phenol, p-phenylphenol, and nonylphenol, and diphenols, e.g., bis-phenol-A. 
"Methylol group" means a radical having -CH 2 OH at its terminus. 

In accordance with the present invention, "reactive diluent" refers to the class of compounds having at 

35 least one functional group independently reactive with the pendant methylol groups of the thermally curable 
resin and with aldehydes, and which have the capability of functioning to "scavenge" unreacted aldehydes 
when the coatable, thermally curable binder precursor solution cures. Preferably, reactive diluents used in 
the coatable, thermally curable binder precursor solutions of the present invention are low to moderate 
molecular weight compounds, typically having a molecular weight ranging from 60 to 1000. Reactive diluent 

ao molecular weights less than 600 are preferred, and particularly those having molecular weight less than 300. 
Reactive diluents useful in the invention have solubility parameters which allow the coatable, thermally 
curable binder precursor solution to avoid phase separation (or increase water tolerance) during processing 
when diluted with water. 

Representative of functional groups reactive with either the methylol groups of the thermally curable 
45 resin or with aldehydes and useful in this invention are R— NH— R"; -NR'R"; and -NR , (C = 0)-NR"R"\ 
wherein R\ R", and R'" may be hydrogen or substituted or unsubstituted hydrocarbons, but if substituted, 
the substituent or substituents should be those which do not inhibit or prevent reaction with the methylol 
groups or aldehydes. Typical examples of the R substituents include alkyl, e.g., methyl, ethyl, aryl, e.g., 
phenyl, alkoxy, and carbonyl. Representative and preferred other functional groups reactive with methylol 
so groups are -OH, -NH 2 , and H 2 N-(C = 0)-NH-. If the reactive diluent is aldehyde functional, it will substitute on 
the aromatic phenol ring. 

One chemical family of especially preferred reactive diluents meeting the above preferred characteris- 
tics include those compounds represented by the general formula: 

55 
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R 2 X 
I II 

-w — c- 



(I) 



and mixtures thereof wherein X = 0 or S and Y = -NR 3 R* or -OR 5 , such that when X = S, Y=NR 3 R\ each 
of R i R 2 ( R 3 r+ ( and rs j S a monovalent radical selected from the group consisting of hydrogen, alkyl 
groups having 1 to 10 carbon atoms, hydroxyalkyl groups having 2 to 4 carbon atoms and one or more 
hydroxyl groups, and hydroxypolyalkyleneoxy groups having one or more hydroxy! groups and with the 
provisos that: 

(i) said compound contains at least one -NH and one -OH group or at least two -OH groups or at least 
two -NH groups; 

(ii) R 1 and R 2 or R 1 and R 3 can be linked to form a ring structure; and 

(iii) R\ R 2 , R 3 , R*. and R 5 are never all hydrogen at the same time. 

Representative examples of reactive diluents which are useful in the practice of the invention and 
represented by general formula (I) include those wherein X is O, Y= NR 3 R\ R 1 is 2-hydroxyethyl, R 2 and R 3 
are linked to form an ethylene bridge, and R* is hydrogen, or hydroxyethyl ethylene urea, known under the 
trade designation "UCAR RD-65-2," from Union Carbide Corporation; those wherein X is 0, Y = NR 3 R\ R 1 
and R 3 are hydrogen, R 2 is butyl and R* is hydroxyethyl (N-2-hydroxyethyl-N'-butyl urea), N,N'-bis-(2- 
hydroxyethyl)-N'-butyl urea, N,N'-bis(2 hydroxyethyl) urea. 

Other urea compounds useful as reactive diluents in the present invention are listed in column 7 of U.S. 
Pat. No. 5,039,759. 

Representative examples of reactive diluents which are useful in the practice of the present invention 
are thiourea compounds represented by general formula (I) above only wherein X = S. Similarly, examples 
of representative reactive diluents which are carbamates within the generic structure (I) shown above 
include 2-hydroxyethyl 1-butylcarbamate, 1 , 2-hydroxyethyl 1 -butylcarbamate, 1 . 2-hydroxyethyl carbamate 
and others listed in column 9 of U.S. Pat. No. 5,039,759. 

Preparation of the above mentioned ureas, thioureas, and carbamates proceeds by methods known in 
the art. For example, preparation of N-(2-hydroxyethyl)-N, N'-ethylene urea may proceed by reacting 
equimolar mixtures of amino ethyl ethanolamine and dimethyl carbamate in a nitrogen purged vessel with 
heating (80 'C). The mixture is stirred for three hours before being allowed to stand overnight. The mixture 
is then heated again while recovering methanol and other volatile materials up to 195*C. The material 
remaining in the vessel is then subject to vacuum distillation, producing a distillate of the urea. Details on 
preparing this and other ureas are disclosed in U.S. Pat. No. 5,039,759, columns, 9-13. 

Another chemical family of especially preferred reactive diluents are poly(oxyalkylene) compounds such 
as poly(oxyalkylene) amines (POAA) and poiy(oxyalkylene) ureides having molecular weight ranging from 
90 to 1000. The poly(oxyalkylene) compounds useful in the invention may or may not have terminal amine 
functionality. 

One group of useful poly(oxyalkylene) amines are monoamines selected from the group consisting of 
compounds represented by the general formula 



R 6 -0- (CHCH 2 ) n - (CH 2 CH 2 0) m -CH 2 CHNH 2 
CH 3 CH 3 



wherein R 6 is an alkyl group having 1 to 4 carbon atoms and n and m are integers ranging from 0 to 20. 

Useful poly(oxyalkylene) amines which are diamines are selected from the group consisting of 
compounds represented by the general formula 

H 2 NCHCH 2 - (OCH 2 CH) X -NH 2 
CH 3 CH 3 
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wherein x is an integer ranging from 2 to 20. A variation of these are the poly(oxyalkylene) amines selected 
from the group consisting of compounds represented by the general formula 

H 2 NCHCH 2 - (OCHCH 2 ) a - (OCH 2 CH 2 ) b - (OCH 2 CH) C -NH 2 
CH 3 CH 3 CH 3 

wherein a, b, and c are integers, the sum of a plus c ranges from 1 to 5, and b ranges from 0 to 20 Finally 
poly(oxyalkylene) amines which are triamines and useful in the invention are selected from the group 
consisting of compounds represented by the general formula 

is ^ OCH 2CH) B NH 2 

CH 3 
OCH 2CH) n NH 2 
CH 3 

(0CH 2 CH) o NH 2 
CH 3 

wherein m, n, and o are integers greater than zero such that the sum of m, n, and o ranges from 5 to 30 
and wherein A is a triol initiator, such as trimethylolpropane. glycerine, or the like. 

Representative examples of poly(oxyethylene) amine reactive diluents which are useful in the practice 
of the invention include: poly(oxyethylene-co-oxypropylene) amine, poly(oxypropylene) amine, poly- 
(oxypropylene) diamine, poly(oxyethylene-co-oxypropylene) diamine, poly(oxyethylene-co-oxypropylene) 
urea, poly(oxyethylene-co-oxypropylene) diurea, and the Afunctional reaction products of glycerine or 
trimethylolpropane with hydroxy-terminated poly(oxypropylene) amine. Reactive diluents which are poly- 
(oxyethylene) amines are available under the trade designation "Jeffamine" from Texaco Chemical Com- 
35 pany, Houston, Texas. 

As mentioned previously, the reactive diluents in accordance with the invention have two reactive 
functional groups: one reactive functional group of the reactive diluent reacts either with the methylol groups 
of a thermally curable resin A to form our intermediate B or with the aldehyde to form an intermediate C 
Intermediate C subsequently reacts with compound A to form a second intermediate D. The other reactive 

40 functional group of the reactive diluent, in this case on intermediate B, subsequently reacts with a methylol 
group of intermediate D to form intermediate E, and so on. Thus, reactive diluents useful in the present 
invention have the capability to "scavenge" (i.e., react with and bind into the cured mass) aldehydes which 
would otherwise be emitted to the workplace and open environment. 

Reactive diluents useful in the binder precursor solutions of the present invention preferably have a 

45 solubility parameter of at least 12 (cal-cnr*) 1 * (commonly known as Hildebrand units). Solubility param- 
eters above this value tend to allow higher water tolerance coatable, thermally curable binder precursor 
solutions to be made. A discussion of solubility parameters of organic compounds and how to derive them 
from physical data is given in The Handbook of Chemistry and Physics , 58th Ed. pp C-726-C-732 
published 1977 by CRC Press, Inc., West Palm Beach, Florida. 

so For a coatable, thermally curable binder precursor solution in accordance with the present invention 
having 100 parts of a standard phenolic resin to 10 parts HEEU reactive diluent, the water tolerance ranges 
from 70 to 260 weight percent water referenced to weight of phenolic resin. The high water tolerances are 
achieved by .ncreasing the amount of alkaline catalyst. The lower water tolerance of 70 weight percent is 
typically achieved with reactive diluent only and no additional alkaline catalyst, while the higher water 

ss tolerance is achieved with 3.2 parts additional alkaline catalyst and 10 parts reactive diluent, referenced to a 
standard phenolic resin having 2% potassium hydroxide per weight of phenol. In a coatable. thermally 
curable binder precursor solution of the invention having 100 parts standard phenolic resin and 15 parts of 
the reactive diluent HEEU, water tolerance ranges from 90 to 320 weight percent, with the same range of 

8 
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alkaline catalyst. 

Other structural classes of reactive diluents useful in the invention having properties similar to the ureas 
thioureas, and carbamates mentioned above (i.e.. having at least one functional group reactive with the 
methylol groups of the thermally curable resin and at least one functional group reactive with aldehydes) 
may be used in the coatable, thermally curable binder precursor of the present invention. One class 
includes alkylsubstituted 2-aminoalcohols such as 2-amino-2-hydroxymethyl-1.3-propane diol 2- 
aminoethanol, 2-amino-2-methyl-1-propanol. 2-amino-1-butanol, 2-amino-2-methyl-1,3-propanediol. 2-amino- 
2-ethyl-l.3-propaned.ol and 2-amino-2-hydroxymethyl-l.3-propanediol. These components react with al- 
dehydes, for example, formaldehyde, according to the following reaction: 

CH 2 OH CH 2 OH 
HOCH 2 -C-CH 2 OH + 2CH 2 0 > H 2 C C CH 2 

NH 2 O M O 

\ / \ / 
CH 2 CH 2 

A further class of reactive diluents useful in the coatable. thermally curable binder precursors of the 
present invention as formaldehyde scavengers includes /»-ketoalkylamides such as /S-ketobutyramide (IX) 
available from Eastman Chemicals, which has the following structure: 

0 O 

II II (IS) 

CI^C-CHj-G-NHj 

Aldehydes are known to react with "active methylene" compounds such as (IX) to form a number of stable 
condensation products. N-substituted *>-ketobutyramides derived from the reaction of diketene with aminoal- 
cohols such as 2-am.noethanol. 2-amino-2-methyl-1- P ropanol, 2-amino-1-butanol. 2-amino-2-methyl-1 3- 
propaned,ol , 2-am,no-2-ethyl-l ,3-propanediol and 2-amino-2-hydroxymethyl-1 ,3-propanediol may also func- 
tor, as reactive d.luents in phenolic resins to obtain better combinations of aldehyde scavenging, improved 
water tolerance and final resin properties. i*««ou 

As previously mentioned, nitroalkanes. e.g., nitromethane. nitroethane, 2-nitropropane with at least 1 
active hydrogen atom attached to the alpha carbon atom also scavenge formaldehyde in coatable. thermally 
curable binder precursor solution of this invention. uo.uierma.iy 

The thermally curable resins employed in the coatable, thermally curable binder precursor solutions of 
Js invention are preferably selected from the group consisting of phenolic and urea-aldehyde resins, and 
mixtures thereof. The resins comprise the reaction product of an aldehyde and a non-aldehyde. Phenolic 
resins are preferred because of their thermal properties, availability, low cost, and ease of handling. The 
general term phenolic" includes phenol-formaldehyde resins as well as resins comprising other phenol- 
derived compounds and aldehydes. The thermally curable resins preferably are 30-95% solids more 
preferably 60-80% solids, with a viscosity ranging from 750 to 1500 cps (Brookfield viscometer, number 2 
spindle. 60 rpm, 25'C) before addition of water and reactive diluent, and having molecular weight (number 
average) of at least 200, preferably varying from 200 to 700. 

ra J lka Il ne ? ata ' yStS SUitab ' e for CatalyZing ,he reaction between aldehvde and P^nolic components of 
resole phenolic resins include sodium hydroxide, barium hydroxide, potassium hydroxide, calcium hydrox- 
ide, organic amines, and sodium carbonate, all as solutions of the catalyst dissolved in water Typical 
commeraally available phenolic resins have 2% by weight of phenolic of alkaline catalyst. Typically. 
add,t,onal catalyst solut.on comprising a 50% (wt of total) solution of sodium hydroxide (NaOH) in water 
may be added to adjust water tolerance and further aid advancing the resin molecular weight 
,.„,^ ed h reS °! e Phen0liC reSi " S 3re P^ 13 ^ Parable as binders for abrasive grains. However, when 
Z™! fT C feS,nS are pr0C6SSed with water ' as is common t0 ^ce VOC emissions, the uncured 
phenolic bmder precursor solution exhibits partial phase separation due to its molecular weight and only 

ZTrJTL! * V ,: Pr6Sent inVenti0 " substantial| y overcomes this problem by combining the 
Zl m «. P °,' C reS ' n With 3 r6aCtive diluent havin 9 the P r °P erties and ^ructure described herein. 
The coatable. thermally curable binder precursor solutions of the present invention have improved water 
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tolerance, substantially equal gel times, and very low VOC as compared with unmodified 100% (by weight 
of total resin) phenolic resins. The coatable, thermally curable binder precursor solutions of the present 
invention utilizing reactive diluents represented by general formula I produce abrasive products having 
grinding performance substantially equal to unmodified 100% (by weight of total resin) phenolic resin-based 

5 abrasive products. Coatable, thermally curable binder precursor solutions of the present invention utilizing 
poly(oxyalkylene) amine reactive diluents produce abrasive products having hardness and flexibility inter- 
mediate to those of unmodified 100% (by weight of total resin) phenolic resin-based abrasive articles and 
100% epoxy resin-based abrasive articles. 

Aldehydes which are useful in forming the thermally curable resins useful in the coatable, thermally 

jo curable binder precursor solutions of the present invention include cyclic, straight and branched chain alkyl 
aldehydes, which can be saturated or unsaturated, and aromatic aldehydes. Preferably, the aldehydes have 
molecular weight below 300 to afford a less viscous binder precursor solution. Examples of suitable 
aldehydes include formaldehyde, benzaldehyde, propanal, hexanal, cyclohexane carboxaldehyde, acetal- 
dehyde, butyraldehyde, valeraldehyde, and other low molecular weight aldehydes. Preferred is formal- 

75 dehyde, for its availability, low cost, cured resin properties, and because it affords low viscosity binder 
precursor solutions. 

Both the resole and novolak phenolic resins (including resolated novolaks) are curable by heat. Novolak 
phenolic resins require a source of formaldehyde to effect cure, such as hexamethylene tetramine or a 
resole. Temperature and pH significantly affect the mechanism of polymerization and the final properties of 
20 the cured resin. Examples of commercially available phenolic resins include those known by the trade 
names "Varcum" (from BTL Specialty Resins Corp.), "Aerofene" (from Ashland Chemical Co.), and 
"Bakelite" (from Union Carbide). A standard, 70% solids, 1.96:1.0 formaldehyde/phenol phenolic resin 
having 2 weight percent KOH per weight of phenol is available from Reichold Chemicals, Mississauga, 
Ontario, Canada. 

25 Although the reactive diluent is preferably premixed with the thermally curable resin for preparing the 
coatable, thermally curable binder precursor solutions of the invention, with some reactive diluents, such as 
the POAA's, the thermally curable resin may be premixed with a quantity of water sufficient to absorb some 
of the exothermic heat evolved when the POAA is mixed with the resin. The weight ratio of resin to reactive 
diluent can range from 2:1 to 100:1 for all reactive diluents useful in the invention, and from 1:1 to 100:1 for 

30 POAA reactive diluents. Typically a suitable solvent is then added as needed to render the binder precursor 
solution coatable. The solvent is preferably water for all reactive diluents useful in the invention, but those 
skilled in the art will realize with minimal experimentation that an organic solvent may be necessary 
depending on the coating method chosen. When water is used as the solvent it is preferably added up to 
the water tolerance of the binder precursor solution, although this is not necessary. A water tolerance 

35 greater than 100% is preferred, greater than 150% especially preferred. 

Ethylenically unsaturated monomers can also be added to the coatable, thermally curable binder 
precursor solutions of this invention, with the proviso that if the ethylenically unsaturated monomer chosen 
is an aery late, the reactive diluent cannot be amine terminated. Ethylenically unsaturated monomers are 
sometimes added to thermally curable resins to provide a mechanism for gelation, by use of an appropriate 

4o radiation source, to form an interpenetrating polymer network within the thermally curable resin. 

Ethylenically unsaturated monomers suitable for this invention include monomeric or polymeric com- 
pounds that contain atoms of carbon, hydrogen, and oxygen, and optionally, nitrogen and the halogens. 
Oxygen and nitrogen atoms are generally present in ether, ester, urethane, amide, and urea groups. The 
compounds preferably have a number average molecular weight of less than 4000. 

45 Preferred compounds are esters of aliphatic monohydroxy and polyhydroxy group containing com- 
pounds and unsaturated carboxylic acids, such as acrylic acid, methacrylic acid, itaconic acid, crotonic acid, 
isocrotonic acid, maleic acid, and the like. Representative examples of preferred ethylenically unsaturated 
compounds include methyl methacrylate, ethyl methacrylate, styrene, divinylbenzene, vinyl toluene, eth- 
ylene glycol diacrylate and methacrylate, hexanediol diacrylate, tri- and tetra-ethylene glycol diacrylate and 

so methacrylate, trimethylolpropane triacrylate, glycerol triacrylate, pentaerythritol triacrylate and methacrylate, 
pentaerythritol tetraacrylate and methacrylate, dipentaerythritol pentaacrylate, sorbitol triacrylate, sorbitol 
hexaacrylate, bisphenol A diacrylate, and ethoxylated bisphenol A diacrylate. 

Other ethylenically unsaturated compounds useful in the invention include ethylene glycol diitaconate, 
1 ,4-butanediol diitaconate, propylene glycol dicrotonate, dimethyl maleate, and the like. Other ethylenically 

55 unsaturated compounds include monoallyl, polyallyl, and polymethallyl esters and amides of carboxylic 
acids, such as diallyl phthalate, diallyl adipate, and N.N-diallyladipamide. Still other nitrogen-containing 
compounds include tris(2-acryloyl-oxyethyl)isocyanurate, 1,3,5-tri(2-methacryloxyethyl)-s-triazine. ac- 
rylamide, ethacrylamide, N-methylacrylamide, N,N-dimethylacrylamide, N-vinylpyrrolidone, and N-vinyl- 
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piperidone. It is preferred that the ethylenically unsaturated compounds be acrylic compounds because of 
their ready availability and accelerated rate of cure. 

The coatable. thermally curable binder precursor solutions of the present invention are primarily cured 
by heat but radiation energy can be used to effect a partial gelation, depending on whether ethylenically 
unsaturated compounds are added to accelerate cure. 

When the binder precursor solution is cured solely by heat, the temperature of the curing environment 
should be set to at least 100-C and the binder precursor solution held at this temperature for at least 4 
hours. Curing can be effected in shorter times at higher temperatures. In the case of coated and nonwoven 
abrasives, the curing temperature is limited to the temperature that synthetic or natural backings used in 
these abrasive products can withstand. 

When the binder precursor solution can be partially cured by radiation, the amount of radiation used 
depends upon the degree of cure desired and the particular monomers used to prepare the binder 
precursor solution. 

Examples of radiation energy sources include ionizing radiation, ultraviolet radiation, and visible light 
radiation. Ionizing radiation, e.g., electron beam radiation, preferably has an energy level of 0.1 to 10 mrad, 
more preferably 1 to 10 mrad. Ultraviolet radiation is radiation having a wavelength within the range of 200 
to 700 nanometers, more preferably between 250 to 400 nanometers. Visible light radiation is radiation 
having a wavelength within the range of 400 to 800 nanometers, more preferably between 400 to 550 
nanometers. The rate of curing with a given level of radiation varies according to the binder thickness, 
temperature as well as the density and nature of the composition. Ultraviolet radiation is preferred achieved 
with a lamp output of 79 watts/cm. At this output, the binder precursor solutions should be exposed at a rate 
of 30 m/min. 

A thermal initiator can optionally be added to increase the thermal cure speed. Examples of such 
thermal initiators include peroxides, e.g., benzoyl peroxide, and azo compounds. 

If the coatable, thermally curable binder precursor solution is first partially cured by ultraviolet radiation 
a photoinitiator is required to initiate the free-radical polymerization. Examples of such photoinitiators are 
organic peroxides, azo compounds, quinones, benzophenones, nitroso compounds, acyl halides, 
hydrazones, mercapto compounds, pyrylium compounds, triacry [imidazoles, bisimidazoles, chloroalkyl- 
triazines, benzoin ethers, benzil ketals, thioxanthones, and acetophenone derivatives. Additional references 
to free-radical photoinitiator systems for ethylenically-unsaturated compounds are described in U S Pat 
Nos. 3,887.450; 3.895.949; and 3.775.1 13. Another good reference to free-radical photoinitiator systems is j' 
Kosar, Light-Sensitive Systems , J. Wiley and Sons, Inc. (1965), especially Chapter 5. 

If the coatable, thermally curable binder precursor solution can be cured by visible light radiation a 
photoinitiator is required to initiate the free-radical polymerization. Examples of preferred photoinitiators can 
be found in U.S. Pat. No. 4,735,632. 

The coatable, thermally curable binder precursor solutions of the present invention can contain fillers 
fibers, lubricants, grinding aids, wetting agents, and minor amounts of other additives such as surfactants' 
pigments, dyes, coupling agents, plasticizers, and suspending agents. The amounts of these materials are 
selected to give the properties desired. 

Coated abrasive articles that may be produced by incorporating cured versions of the coatable 
thermally curable binder precursor solutions of the invention are illustrated in enlarged cross-section in Figs! 
1 and 2. As illustrated in Fig. 1, the coated abrasive generally indicated as 10 includes a flexible backing 12 
such as a paper sheet or cloth fabric which may be treated with an optional saturant coating (not shown) 
optional backsize coating 14 and/or an optional presize coating 16. Overlaying the presize coating is a make 
coating 18 in which are embedded abrasive grains 20 such as silicon carbide or aluminum oxide abrasive 
grains. A size coating 22 has been placed over the make coating 18 and the abrasive grains 20. There is 
typically no clear line of demarcation between the saturant coating, backsize coating and the presize 
coating which meet in the interior of the cloth backing which is saturated as much as possible with the 
resins of these coatings. Typical saturant coatings may include soft acrylics latices. natural rubber, and the 
thermally curable resins described above. Backsize and presize coatings may also comprise the thermally 
curable resins described herein. 

In Fig. 2 there is illustrated a coated abrasive generally indicated as 30 which is formed on a paper 
backing 32. Paper backing 32 is treated with a backsize coating 34 and presize coating 36. Presize coating 
36 is overcoated with a make coating 38 in which are embedded abrasive grains 40. Abrasive grains 40 and 
make coating 38 are overcoated with a size coating 42 which aids in holding abrasive grains 40 onto the 
backing during utilization and further may contain cutting aids. 

Fig. 3 shows an enlarged schematic view at roughly 100x magnification of one embodiment of a typical 
nonwoven abrasive article with its three component parts. The fibrous mat 50 is the substrate onto which 
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the abrasive grains 52 are adhered by the resinous binder 54. 

In abrasive articles fillers are frequently used to reduce cost and improve dimensional stability and 
other physical characteristics. Fillers can be selected from any filler material that does not adversely affect 
the characteristics of the binder. Preferred fillers include calcium carbonate, calcium oxide, calcium 

5 metasilicate, aluminum sulfate, alumina trihydrate, cryolite, magnesia, kaolin, quartz, and glass. Fillers that 
function as grinding aids are cryolite, potassium fluoroborate, feldspar, and sulfur. Fillers can be used in 
varying amounts limited only by the proviso that the abrasive article retains acceptable mechanical 
properties (such as flexibility and toughness). 

The backing for coated abrasive products can be formed, for example, of paper, cloth, vulcanized fiber, 

w polymeric film, or any other backing material known for use in coated abrasive or treated versions thereof. 

The abrasive grains can be of any conventional grade utilized in the formation of coated abrasives and 
can be formed of, for example, flint, garnet, aluminum oxide, ceramic aluminum oxide, alumina zirconia 
(including fused alumina zirconia such as disclosed in U.S. Pat. Nos. 3.781,172; 3,891,408; and 3,893,826, 
commercially available from the Norton Company of Worcester, Massachusetts, under the trade designation 

75 "NorZon"), diamond, silicon carbide (including refractory coated silicon carbide such as disclosed in U.S. 
Pat. No. 4,505,720), alpha alumina-based ceramic material (available from Minnesota Mining and Manufac- 
turing Company under the trade designation "CUBITRON") as disclosed in U.S. Pat. Nos. 4,314,827; 
4,518,397; 4,574,003; 4,744,802; and EP Publication 228,856, or mixtures thereof. The abrasive grains can 
be individual or agglomerated. The frequency concentration of the abrasive grains on the backing is also 

20 conventional. The abrasive grains can be oriented or can be applied to the backing without orientation, 
depending upon the requirements of the particular coated abrasive product. 

Coated abrasive articles made in accordance with this invention can also include such modifications as 
are known in this art. For example, a back coating such as a pressure sensitive adhesive (PSA) can be 
applied to the non-abrasive side of the backing and various super size coatings, such as zinc stearate, can 

25 be applied to the abrasive surface to prevent abrasive loading; alternatively, the super size coating can 
contain a grinding aid to enhance the abrading characteristics of the coated abrasive, or a release coating to 
permit easy separation of PSA from the coated abrasive surface. 

One advantage of the process of making the abrasive articles of this invention over those previously 
known is the reduction in VOC emissions by festoon ovens. The inclusion of amine- or urea-terminated 

30 reactive diluents in the coatable, thermally curable binder precursor solutions described herein significantly 
reduces formaldehyde emissions during curing of the binder precursor solutions, and may also increase 
water tolerance of the uncured binder precursor solution. Careful selection of the thermally curable resin 
and reactive diluent (use of reactive diluent having molecular weight less than 1000) will allow coatable 
viscosities to be obtained with only water as solvent. Organic solvents contributing to atmospheric VOC are 

35 then not required for viscosity adjustment. 

In the manufacture of coated abrasive articles of the invention, the coatable. thermally curable binder 
precursor solutions of this invention, when cured, can be used as a treatment coating for the backing, e.g., 
cloth, paper, or plastic sheeting, to saturate or provide a back coating (backsize coating) or front coating 
(presize coating) thereto, as a make coating to which abrasive grains are initially anchored, as a size coating 

40 for tenaciously holding abrasive grains to the backing, or for any combination of the aforementioned 
coatings. In addition, the coatable, thermally curable binder precursor solutions of this invention, when 
cured, can be used in coated abrasive article embodiments where only a single-coating binder is employed, 
i.e., where a single-coating takes the place of a make coating/size coating combination. 

When the coatable, thermally curable binder precursor solutions of the present invention are applied to 

45 a backing in one or more treatment steps to form a treatment coating, the treatment coating can be cured 
thermally by passing the treated backing over a heated drum; there is no need to festoon cure the backing 
in order to set the treatment coating or coatings. After the backing has been properly treated with a 
treatment coating, the make coating can be applied. After the make coating is applied, the abrasive grains 
are applied over the make coating. Next, the make coating, now bearing abrasive grains, is exposed to a 

so heat source, and, optionally, to a radiation source, which generally solidifies or sets the binder sufficiently to 
hold the abrasive grains to the backing. It is preferable to use only the heat source to set the make coating 
unless ethylenically unsaturated monomers are present. Then the size coating is applied, and the size 
coating/abrasive grain/make coating combination is exposed to a heat source, preferably via a drum cure. 
This process will substantially cure or set the make and size coating used in the coated abrasive 

55 constructions. 

The coatable, thermally curable binder precursor solutions of the present invention, when cured, only 
need to be in at least one of the binder layers, i.e., treatment coating, make coating, size coating, 
comprising the coated abrasive article. It does not need to be in every binder layer; the other binder layers 
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can utilize various other binders known in the art, such as epoxy resin-based binders. If the binder of the 
present invention is in more than one layer, the curing conditions do not need to be the same for curing 
each layer of the coated abrasive. 

It is also contemplated that cured versions of the coatable, thermally curable binder precursor solutions 

5 of this invention can be employed as a binder for nonwoven abrasive products. Nonwoven abrasive 
products typically include an open, porous, lofty, mat of fibers having abrasive grains bonded thereto by a 
binder. In one preferred embodiment, the method comprises combining a 30-95% solids solution of a 
thermally curable resin with a reactive diluent, as above described, to form a coatable, thermally curable 
binder precursor solution, adding abrasive grains to the coatable, thermally curable binder precursor 

w solution, coating the abrasive-grains-filled, coatable, thermally curable binder precursor solution onto at least 
a portion of the fibers of a lofty, open fibrous mat, and subjecting the resulting structure to conditions 
sufficient to affect curing of the binder precursor solution, preferably heat. Optionally, additional abrasive 
grains may be applied prior to curing the binder precursor solution, for example, by electrostatic 
precipitation or electrospray methods. A suitable electrospray coating process is described in U.S. Pat. No. 

75 4,748,043, incorporated by reference herein. 

Cured binder precursors of this invention can also be used to make bonded abrasive products. Bonded 
abrasive products typically consist of a shaped mass of individual or agglomerated abrasive grains held 
together by an organic or ceramic binder material. The shaped, cured mass is preferably in the form of a 
grinding wheel. However, it is not necessary to place the binder precursor solution and abrasive grains into 

20 a mold prior to curing the binder precursor. For example, the binder precursor and abrasive grains may be 
poured onto a surface and cured into a flat sheet of bonded abrasive. 

Test Methods 

25 The following test methods were used to characterize the solutions and articles of the invention. 

Water Tolerance : The amount of water (percent by weight of resin) a phenolic resin will tolerate before 
phase separation serves as an indicator as to how much water may be added as solvent and how far the 
resin has advanced in molecular weight. A 50.0 gram sample of resin to be tested was brought to 25 *C in a 
250 ml beaker placed on a balance. With the sample mixing via a magnetic stirrer, small increments of 

30 distilled water were added, allowing the resin to mix with the water after each water addition until a 
homogeneous mixture was reached. The endpoint occurred when the resin/water solution began to turn 
permanently milky in appearance; i.e., when the water and resin could not be mixed without a milky 
appearance remaining after thorough stirring. After the endpoint was reached, the beaker and contents were 
weighed, and water tolerance = (A-B) x 100%, where A = final weight of beaker contents, B = weight of 

35 resin (initial). 

Gel Time : Gel time gives an indirect measurement of the degree of polymerization for phenolic resins at 
a particular catalyst level. The lower the gel time the more advanced in molecular weight the resin is 
considered to be. A commercially available gel time apparatus known by the trade designation "Sunshine 
Gelmeter", available from Sunshine Co., was used in each measurement. This gel time measuring 

40 apparatus is a torsion apparatus, wherein a glass rod (168 mm long by 6.35 mm diameter) is attached at 
one end via a chuck to a torsion wire (0.254 mm diameter music wire, available from Sunshine Co.), with 
the torsion wire in turn attached to a drive mechanism via a magnetic coupling so that the wire/glass rod 
combination hang vertically from the drive mechanism. 2.81 cm of wire existed between the chuck and the 
magnetic coupling. A test tube (150 x 18 mm) was filled to 65 mm depth with the resin to be tested 

45 (originally at 25 *C ± 3'C), and the tube placed in a boiling water bath. The glass rod was lowered into the 
resin with the lower end of the glass rod 6.35 mm from the tube bottom, and so that the resin level in the 
tube was below the water bath level. The glass rod/torsion wire were then rotated in the bath by the drive 
mechanism. As this combination was rotated a projection extending from the chuck connecting the glass 
rod and torsion wire also rotated, finally touching a similar, stationary projection extending from the 

so machine. The gap between the projections was originally set at 2.38 mm for each test. The time required 
for the rotating projection to touch the stationary projection was recorded as the gel time for each resin. 

Micro Vickers Hardness : A hardness tester known under the trade designation "Leitz-Micro-Hardness" 
tester was employed for all hardness measurements. The test procedure is described in ASTM E-92-82 
(Reapproved 1987), incorporated herein by reference. A load of 50 grams was applied for 30 seconds in 

55 each case to achieve the required indentation. 

Machine Direction (MP) and Cross Direction (CD) Tensile Tests : In each case these tests were 
performed in accordance with ASTM D1682, method 2C-T, incorporated herein by reference. 
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Wet Schiefer Test : 

™2Vt e ^l\T s T , of the T ^ aterial removed ,rom a workpiece > and finish < »» »w» 

21 d SU ^ Ce) ° f COated abrasive artic,es under wet condifions. A 10.16 cm diameter 

Z t^Trt Z Z T *" 3bra r material teSted 8nd S6CUred by a P~-sensiti Ve adhesive 
weLd bv fLK I , t, P re : COnd,tl0ned by soakin 9 in water - ™* ^rasive material was then pre- 

SaNe 2 : ^'' b ^ k " UP Pad WaS SeCUfed 10 the driven plate of a Schiefer A ^sion Tester 
Sn ! from | Fra2ie . Pr f ,s,on Company. Gaithersburg, Maryland) which had been plumbed for wet 

ai^ ^'-POLY^'f tC Tff ' ^ Cm diame,6r by 127 Cm ,hick " availabte th ° ™° 
STwi nht nf p J h \ ^ ° P aSt ' C fr0m See ' ye PlaSticS ' a^'nfltoa Minnesota was employed. The 
oXT^^^T? 6 ^"" ? C °: ded t0 the " eareSt mi " i9ram prior t0 mounti "9 on the workpiece 
wt k 8 W3ter driP rat ° W3S S9t t0 60 < +/ " 6 9 rams ) P er A 4.55 kg load 

was placed on the abras,on tester weight platform and the mounted abrasive specimen was lowered onto 

ycleTofTeU !h maCh r ^ ,0 rU " f ° r 500 CyC,6S and *" automatica »V stop - AneTeSS 
cycles of the test, the workp.ece was wiped free of water and debris and weighed. The cumulative cut for 

each SO^cycle test was the difference between the inttial weigh, and the weigh? fohowing each ISt 

holder oh "Zw^lr r} T Ce n aS determined ' the abfaded ^rkpiece was mounted in the specimen 
™n f prof,,ome,er ' available *«" Ran" Taylor-Hobson. Leicester, England and the 

— o' «nl meaSUred ' ^ , , WWCh iS the mean °' ,he maximum Peak-to-valley values from each oil 
sampling lengths, was recorded for each test. 



MATERIALS 



desiglationsr" 9 materia ' S ™* ^ eXamP ' eS (qU ° ,ati ° n marks indicate ,rade 

cJ&t%£Z^£»* deSi9nati ° n " EP ° N 871 " * a " ™ «*■ <™ Shell 

c^^:z:t^l™ b desi9nation " epon ^ is an epoxy avaiiabie <™ she » 

^JS^i-r- "VERSAMIDE 1 25 * is . pol yamide curing agent. 

M o2L^Z"TloTLZT 6 desi9nation " M0DAFL0W " is a resin diluem - availab,e <™ 

Unio^CaSctmir ""h p, ,h8 deSi9nati ° n "A"' 1 00" is a silane coupling agent, available from 
union Carbide Chemicals and Plastics Company. Inc., Danbury. Connecticut 

WorumVh^S r n0W " tr3de desi 9 nation "AROMATIC 100" is a solvent naphtha, available from 

Worum Chemical Company. St. Paul, Minnesota; 

CarJdl e ch!m! C rl kn a T D ri er ^ tradS desi 9" ation " S,LWET L - 7 604- is a surfactant, available from Union 
SSSiS^SSSi!^ Company, Inc., Danbury. Connecticut; The chemical known under the trade 
designation INTERWET ,s a non.omc surfactant, available from Interstab Chemicals, New Brunswick. New 

The chemicals known under the trade designations "EDR-148", "D-230", and "ED-600" are oolv- 
(oxyalkylene) d.am.nes available under the general trade designation "JEFFAMINE", from Texaco Jhemteal 

coZunds St ° n ' TeX3S - ^ ^ nUm6riCal n ° tati0n the app — ™mSle 

TolJoXan; 00 Si ' iC ° n CarbWe abraS ' Ve 9rain5, ***** ^ Nank ° AbraSive ,ndustr * C° m P an * 
^^^^^"^ «*' - *- "ALODUR FRPL- 

DGMA is a diethylene glycol - maleic anhydride polyester plasticizer- 

make^Tresfn; 6 ' " ' "° ^ * ™* '° a "° W t0piCal app,ication of a 

CibaSioTcom' cZ" r der M "J."? 6 deSi9 " ati0n "' rgaCUre 651 " iS 3 ,ree radical initiator ' ava » a b'e from 
UDa-beigy Oorp., Greensboro, North Carolina; and 

"HfI A Mn. aPentae ?l hr l 01 triaCry ' ate m0n0mer ' available from Sartomer Co - 'nc. Exton. Pennsylvania. 
Hi-bol 10 is a naphtha-base solvent available from Ashland Oil, Inc. Columbus OH 
Versacure 125 SC85" is a curing agent available from Henkel Corporation. Minneapolis MN 
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EXAMPLES 



,nprTr h I f ° ,l0Win9 "° n " ,imitin 9 exam P |es wi,! fl "ther illustrate the present invention. All coating weiohts are 

was also 70 h sohds unless otherw.se specified, while HEEU reactive diluent was 75% solids. 
Comparative Examples A-C and Examples 1-6 

Comparative Examples A-C 

Examples 1 -6 

,ncreased use of a| kal'ne catalyst, gave comparable gel times and hardness values. 
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Comparative Example D and Examples 7-9 

Comparative Example D and Examples 7-9 demonstrated that the standard phenol-formaldehyde 
phenolic resin modified with the reactive diluent HEEU retained the reactive diluent during and after curing. 

Comparative Example D 

A standard phenol-formaldehyde phenolic resin (i.e., without reactive diluent) was prepared as in 
Examples A-C, the only differences being in cure time and temperature. Example D was cured at 105 *C for 
18 hours, weighed, and further heated at 176*C for 20 hours and weighed again. The theoretical and actual 
sample weights are shown in Table 4. 

Examples 7-9 

Three modified standard phenolic resin samples in accordance with the present invention (Examples 7- 
9) were prepared with varying amounts of the reactive diluent HEEU. No alkaline catalyst was added. The 
samples were cured at 105* C for 18 hours, weighed, then additionally heated at 176* C for 20 hours, and 
weighed again, exactly as in Example D. Theoretical and actual sample weights for Examples 7-9 are 
shown in Table 4. 



Table 4 



Component 


Comparative Example D 


Example 7 


Example 8 


Example 9 


Phenolic Resin (70 ± 2% solids) 


36.62 


36.60 


36.58 


36.60 


HEEU (75% solids) 


0 


9.65 


6.32 


3.82 


Aliquot wt, g 


7.39 


6.15 


8.17 


7.70 


Theoretical Dry wt., g 


5.17 


4.37 


5.78 


5.44 


Wt. after 18 h@ 105* C 


5.53 


4.47 


6.13 


6.29 


Wt. after 20h@176'C 


5.16 


4.21 


5.66 


5.35 



Comparative Example E and Examples 10-12 (Nonwoven Abrasives) 

Four nonwoven fabrics comprising 126 grams/m 2 of 15 denier, 3.81 cm nylon 6,6 staple fiber (available 
under the trade designation "Type 101 Bright" from E. I. du Pont de Nemours & Company, Incorporated, 
Wilmington, Delaware) were roll-coated with standard (Example E) and modified (Examples 10-12) mixes as 
shown in Table 5. Resin add-on weight was 84 grams/m 2 in each of Examples E and 10-12. Water was left 
out of the formulations of Examples E and 10-12 because the reactive diluent HEEU significantly lowered 
the viscosity of the mixes. The coated fabrics of Examples E and 10-12 were dried and cured in a 4.6-meter 
continuous flow oven at 150* C and 1.5 meters/minute, and post-cured in a stationary oven at 135* C for 30 
minutes. It can be seen by the tensile strength data in Table 6 that a higher amount of HEEU was 
detrimental to the tensile strength of the coated fabric of Examples 10 and 11 but there are very useful 
ranges within which to operate. 
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Table 5 



Component, parts 


Comparative 
Example E 


Example 
10 


Example 
11 


Example 
12 


HEEU 
Isopropanol 
Standard Phenolic Resin 
Red Dye Mix 
polyamine flexibilizer ("EPICURE") 
silicone antifoam chemical ("Q2*\ Dow 
Chemical Company, Midland, Ml) 


0 

41.46 
36.58 
8.94 
13.01 
0.009 


21.60 
0 

36.58 
8.94 
0 

0.009 


17.90 
0 

36.58 
8.94 
0 

0.009 


14.30 
0 

36.58 
8.94 
0 

0.009 



Table 6 



Avg Tensile Breaking Load 
kg/50.8 mm width 


Comparative Example E 


Example 10 


Example 1 1 


Example 12 


MD" 
CD** 


12.45 
11.95 


4.95 
4.68 


8.73 
9.45 


12.23 
11.05 



20 



35 



*"CD is cross-web direction 



Comparative Example F and Exa mples 13-15 (Nonwoven Abrasives) 



aaple M torn E l du PM * T^SJT "? 3 5 "* m "*» M 



Table 7 



Coating Step 


Comparative Example F 


Example 13 


Example 14 


Example 15 


Prebond 
Spray Coating 


Standard 
Standard 


Standard 
Modified 


Modified 
Standard 


Modified 
Modified 



50 



55 
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Table 8 





Prebond Composition 


5 


Component 


Standard, parts 


Modified, parts 




Water 


0 




JO 


HEEU 
isopropanol 

Standard Phenolic Resin 
Red Dye Mix 

polyamine flexibilizer ("EPICURE") 
silicone antifoam ("02") 


0 
1.50 
3.66 
0.894 
1.31 
0.009 


0 
1.43 

0 
3.66 
0.894 

0 

0.009 



15 

Table 9 



Spray Coating Composition 


Component 


Standard, parts 


Modified, parts 


Water 
HEEU 
Phenolic Resin 
diethylene glycol ethyl ether solvent ("Carbitor) 
Red Dye Mix 

280 micrometer average grain size A1 2 0 3 (abrasive grains) 


0 
0 

5.186 
3.860 
0.554 
10.000 


0.764 
1.96 
5.186 
0 

0.554 
10.000 



30 



Table 10 



35 



40 



45 



50 



55 





Tensile Strength 


Avg. Tensile Breaking 
Load kg/50.8 mm width 


Comparative Example F 


Example 13 


Example 14 


Example 15 


MD 
CD 


15.59 
15.14 


13.77 
16.82 


15.36 
15.32 


16.64 
17.00 



Comparative Examples G-l and Examp les 16-21 (Formaldehyde Emissions) 



mmmwsm 
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time, and comparing the weight of the individual paper cut-outs to the weight of the cut-out for Example G. 

Table 11 



Example Designation 


Phenolic Resin, parts 
(75% solids) 


HEEU, parts 


Alkaline Catalyst as 
50% NaOH, parts 


Comparative Example G 


100 


0 


0 


Comparative Example H 


100 


0 


1.6 


Comparative Example I 


100 


0 


3.2 


Example 16 


91 


9 


0 


Example 1 7 


87 


13 


0 


Example 18 


91 


9 


1.6 


Example 19 


87 


13 


1.6 


Example 20 


91 


9 


3.2 


Example 21 


87 


13 


3.2 



Table 12 



Example Designation 


Water Tolerance, % 


Gel Time, minutes 


Comparative Example G 


29 


37 


Comparative Example H 


116 


28 


Comparative Example I 


163 


25 


Example 16 


69 


48 


Example 17 


84 


57 


Example 18 


180 


37 


Example 19 


197 


41 


Example 20 


255 


33 


Example 21 


276 


38 



Table 13 



Example Designation 


Relative Formaldehyde 
Emissions in 13 Minutes 


Comparative Example G 


100 


Comparative Example H 


81 


Comparative Example I 


67 


Example 16 


65 


Example 17 


45 


Example 18 


58 


Example 19 


51 


Example 20 


45 


Example 21 


42 



Comparative Example J and Examples 22-25 (bis-phenol A/formaldehyde) 

The particular resins of Examples J and 22-25 were bis-phenol A/formaldehyde condensates of 3.5 
moles of formaldehyde per mole bis-A. These mixtures were not further condensed. The affect of HEEU on 
the water tolerance of these condensates was tested. The condensate/HEEU mixtures were very viscous 
and somewhat difficult to measure water tolerance on but the results were very encouraging and show the 
breadth of applicability to materials other than standard phenol/formaldehyde resole phenolics. The 
compositions are shown below in Table 14. In all cases 100 grams of the bis-phenol A material was used. 
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Increasing quantities of HEEU were employed as shown. 



TABLE 14 



w 



Example 


HEEU (grams) 


Water Tolerance % 


Comparative Example J 
22 
23 
24 
25 


0.0 
10.0 
15.0 
20.0 
25.0 


250 (estimated by extrapolation) 
308 
358 
376 
396 



75 



20 



25 



30 



35 



Comparative Example K and Examples 26-30 ,rw a H ^ rasives, Abrading Perform*,,^ 

.adfS^ 6 pl^d^^^ coated abrasives 

solutions were prepared using the ^JTo^lTlT ^ • Wcureor 

TABLE 15 





Resin Compositions (parts) 


Component 


Control Make 


Control Size 


Exp. Make A 


Exp. Make B 


Exp. Size 


Phenolic Resin, 76% solids * 
Formaldehyde, 37%* 
NaOH, 50% by wT 
2-ethoxyethanol 
Water 

HEEU, 75% solids- 
Pigment, 50%* 
Ca(SO + )2 " 

* Balance water 


83.36 
1.73 
0 

7.45 

7.46 

0 

0 

0 


38.48 
0 
0 

7.64 
7.64 
0 

14.96 
31.28 


76.85 
0.91 
1.13 
0 

14.07 
7.04 
0 
0 


75.99 
0 

1.22 
0 

15.20 
7.60 
0 
0 


40.47 
0 

0.65 
0 

13.60 
4.05 
13.35 
27.88 



* Filler 



40 



45 



TABLE 16 



50 



55 



Example 


Make Resin 


Size Resin 


Comparative Example K 
26 
27 
28 
29 
30 


Control 

Control 
Expmt Make A 
Expmt Make A 
Expmt Make B 
Expmt Make B 


Control 
Expmt Size 

Control 
Expmt Size 

Control 
Expmt Size 



contSXiic rl^seT^^ - "»"" * ™. * The 

applied to achieve a dry add-on weight of 113 o^ThL ^ • tm9S Were then 

100 • C. The cure was Implei ^ J at ffi - C^JZTS" *" ** 76 minUteS 31 
were then flexed by hand and tested according ^th! >!^ g ZZl ^ 
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tenser ^^ K s~ t.ss.^ r e r ds - d Rrst - t were per,ormed ° n a 

needed to remove the backing frot ^ J^er ^^TTZ^XZ 

f 6 *r " ^ a , 9 °; 3,19,6 ^ Separat6d by PU "^ iiment ^e J^b5^3ta! 
7.6 cm x 30 cm sample of coated abrasive material, abrasive side down, to a 15 2 cm x 7 6 cm x 0 8 rm 

?£E ^^^ylacrylate/acryiic acid hot-melt adhesive so that Z Zie ^er was heS 
to Je basswood board The long dimension of each of the coated abrasives was in the wan* Eton o The 

w^h and the baS f *f f ^ F ° ,,0V "' n9 C ° nditi ° nin9 ' the s P ecimens trimmed to a 5 cm 
rn?^^ r 9 P 3ted 3t °" e 6nd ,r ° m the "^Prising the make coating abrasive qrainT 
SinTm h 9 US ^ 9 th t tenSite teSter machine - The backi "9 ^cured in the upper aw oTtoe ?en ile 
Sclrawa^Lm ,h h0riZOma " y " * he ° Pposi,e iaw 80 ■* the -a hine e 

Sri l S8CUred 3braS,Ve ' ayer 3t 3 9 °' ^ tensi,e tes,s "ere ^ducted at 25 
cm/m,n and he load was conhnuously recorded. The average force required to remove the backinq from 
he abra S ,ve layer ,s reported in kg per cm of width in Tab.e 17. The average vaiues were on. Sghl l ss 

2133^'* K ' which was used as a « and with, riSS 

Abrading performance studies were also performed using the products of Examples K and 26-30 Th« 

from T US9d ? 3 meaSUre 0< the abHity ° f *° COated abrasives to ^remofe mateS 

from test workpieces. An endless belt of dimensions 7 6 cm wide x tw rm * 2, „ , 

constructed from each of the coated abrasive mateS o. Samples K idle 30 Ea^h ^7 

a —ted 1, cm, 35.6 cm diam*^* ^ c f££££S££i 
Each belt was dnven at a rate of 1950 surface meters per minute (no load) and imposed agSTst B ™ 

meters pe m Ze tZ ^ °' " k9 h ° ne minute Cyc,es with a " osc'Sat n rateo e 

inZ! ^ ♦ ? 9 ' nn,n9 and endin9 wei9ht of the workpiece was recorded after each one minute 
IfT 1 k 7T ° rder t0 minimi26 the 6ffects of ,ric «°" al bating, the workpLS was redact 
after each minute of test. Each belt was tested with both 4150 mild steel andTT«Ze2?S3 
workp.eces. The results shown in Tables 18 and 19. stainless steel 



TABLE 17 



Example 


90* Peel Average 




Force, kg/cm 


Comparative Example K 


2.8 


Example 26 


2.6 


Example 27 


2.6 


Example 28 


2.6 


Example 29 


2.6 


Example 30 


2.7 



TABLE 18 





Sanding Belt Test Results on 4150 steel (grams cut) 


Ex. 










grams cut per 1 minute interval. 




1 


2 


3 


4 


5 


6 


7 


8 


9 


10 


Total Cut 


K 

26 

27 

28 

29 

30 


28 
26 
26 
26 
27 
26 


24 
22 
22 
20 
22 
22 


21 
20 
20 
22 
20 
20 


21 
19 
22 
19 
21 
19 


19 
18 
18 
18 
18 
18 


18 
17 
18 
18 
19 
16 


18 
16 
17 
17 
18 
17 


17 
16 
16 
16 
16 
17 


16 
15 
16 
15 
16 
14 


16 
15 
16 
15 
16 
16 


188 
176 
189 
184 
193 
185 
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TABLE 19 





Sanding Belt Test Results on 17-4 stainless steel forams curt 


Ex. 








grams cut per 1 minute interval. 




1 


2 


3 


4 


5 


6 


7 


8 


9 


10 


Total Cut 


K 
26 
27 
28 
29 
30 


21 
21 
22 
20 
21 
20 


17 
14 
15 
14 
14 
15 


15 
14 
14 
14 
14 
14 


11 
10 
10 
10 
10 
10 


10 
8 
9 
8 

10 
9 


19 
8 
8 
8 
9 
9 


9 
8 
8 
7 
9 
8 


8 
7 
8 
8 
9 
8 


7 
7 
9 
7 
9 
7 


7 
7 
9 
6 
7 
6 


189 
104 
110 
102 
112 
106 



10 



15 



25 



30 



35 



45 



50 



Example 31 

Kimiln 0 r? d ^ faS,Ve W3S madS havi " 9 30 A we ' 9ht wa *^Proof abrasive paper backing available from 
K mberly-Clark Corporate. Roswel.. Georgia, and utiliziri9 grade 120 0 (JIS standard & veL7^1Z 

t^rsiis:^ abrasive 9rains - Make - ~ — » - -s^ss 

The viscosity of the make resin (78% solids as diluted with water) was measured to be 225 cos while 
tte s,ze res.n (60% solids after dilution with "Hi-Sol 10") was measured to be 50 L vSsE'^a 

sri"^ r; usin9a f rook !! e,d viscometer ' number 2 «** « e ° ™ £-^y£2 

rpearTnce in Tabl 2 T^'", ? T" 9 *" C ° ating ' ,he in9redients were mixed order of 

Sn^were ,h?rn?nh?J ™ h £ Water h producin9 the size coatin 9' «» netting agent and 

solvent were thoroughly m.xed w.th the eooxy resin prior to the addition of the curing agent and "Hi-Sol 

For this example, the make coating was applied to achieve a weight of 10 5 g/m* usina a roll-coater 
Jen exposed to ultraviolet radiation using a lamp output of 118 watts/cm, and an exZ?e rate of 30 5 

7^ ,0 Partia " y 961 the mate COatin9 " The silic °" carbide ^"JT^Zs ZreZl 
electrostancally prec.p.tated onto the make-coated paper backing. The partially gelled m^LTed 
abraave gram coated backing was heated to 115'C for 30 minutes to partiaSy cu e the mi e c^ no 
' roller T,*? T P ' ied ^ th9 Partia " y ° Ured mate coatin9 to "Jit oft u * RJE 

andSToatJs ^ *" '° 115 '° a " addi «°" al 70 «""«•» * «. 1 Tke 

the Srifn?" 9 P ° rfo ™ a " ce test was Performed using a standardized abrasive test machine known under 
1 22 secu^Ta £J Tl H° ated 9braSiVe made ab0Ve " Whe " fu "V «»* was « a S 

the test" T^^^^^ h -r h h a . P ~' adheSiVe ' and attached to th ° ""«■** ■» 

wnrkr!! ' J , " „ ^ r0,ated wh,le bein 9 forced a 9amst the stationary coated abrasive A test 

l a^f l We ' 9 J* lr " tia " y ^ aft8r 500 CVCle interva,s of rotation «° determine cumulatVe weight lost 
lr whi „ W ^ P ' eCe ' The W ° rkpieC9 this case was a 10 2 «" <tan«er pohymethy^JSSyZ 
d.sc wh.ch was made to simulate a painted surface. Cumulative cut rate is shown in TaWe 21 methaCry ' ate 

For companson, a control having the same abrasive grains and size coating was prepared, 
soli oTcr^ <" EP °" 871 f « "'a 85^15% 

1 .9 grams after 2500 cycles of the test machine ("Schiefer") was achieved. V 



55 
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TABLE 20 (Example 311 



Make Coating Composition 
(Wt.%) 

standard phenolic resin 
(43%) 

tetr aethy lene / g lycol 
diacrylate (32%) 

polyethylene glycol 
(m.wt. = 600) (20%) 

curing agent (trade 
designation "Irgacure 651 w ) 
(1.5%) 

wetting agent (trade 
designation 

"Silwet L-7604") (0.25%) 

wetting agent (trade 
designation "Interwet") 
(0.25%) 

reactive diluent HEEU 
(trade designation 
"UCAR RD-65-2") (3.0%) 



Size Co ating Composition 
(Wtt%) 

epoxy resin (trade 
designation "Bp on 828") 
(35%) 

polyamide curing agent 
(trade designation 
"Versacure 125 SC85") 
(41.2%) 

solvent (trade designation 
"Hi-Sol 10") (23.3%) 

wetting agent (10% solution 
of "Modaflow" in "Hi-Sol 
10" solvent) (0.5%) 



Table 21 



Abrading Performance 


Cycles 


Cumulative Cut (g) 


500 


0.7 


1000 


1.3 


1500 


1.8 


2000 


2.2 


2500 


2.5 



Comparative Examples L and M and Examples 32-37 (Further Formaldehyde Emission Examples) 

In order to determine the reduction in formaldehyde emissions from coatable, thermally curable binder 
precursor solutions using reactive diluents such as alkylsubstituted 2-aminoalcohols, jS-ketoalky lam ides and 
nitroalkanes, 2.0 gram samples of the compositions L and M, and Examples 32-37, as shown in Table 22 t 
were placed in an oven at 150* C for 13 minutes. Using the formaldehyde detector known under the trade 
name "InterScan" Model #1160 as in Examples G-l and 16-21 above, the relative formaldehyde release for 
the compositions of Examples L and M and 32-37 were determined by summing together the areas under 
the curves at 15 second intervals to obtain the total area under each curve, multiplying that sum by the total 
time elapsed, and dividing by the value obtained for the control. The relative formaldehyde releases are 
tabulated in Table 23. FIGS. 8 and 9 show graphically that increasing amounts of 2-amino-2-methyl-1- 
propanol (AMP, FIG. 8), 0-ketobutyramide (BKB, FIG. 9), and nitromethane (NM, FIG. 10) reduced 
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formaldehyde emission significantly compared with solutions not having these reactive diluents. 

TABLE 22 



Example NaOH, 
Designation 


Phenolic Resin, Parts 
(75% Solids)* 


Reactive Diluent parts 


Alkaline Catalyst as 
50% parts 


L 


100 


0 


0 


M 


100 


0 


0 


32 


100 


3 (AMP) 


1.6 


33 


100 


6 (AMP) 


1.6 


34 


100 


5 (BKB) 


0 


35 


100 


7.5 (BKB) 


0 


36 


100 


5.0 (NM) 


0 


37 


100 


7.5 (NM) 


0 



* same resin as used in Examples G-l and 16-21 



TABLE 23 



Example Designation Emissions 


Relative Formaldehyde 


Comparative Example L 


100 


Comparative Example M 


100 


Example 32 


42.62 


Example 33 


37.68 


Example 34 


27.0 


Example 35 


16.1 


Example 36 


13.1 


Example 37 


9.1 



Examples 38-43 and Comparative Examples N, O and P Comparative Examples N, O and P 

Comparative Example N was a microti ne coated abrasive disc available under the trade designations 
"Imperial" "Wetordry" 1200 414Q, from Minnesota Mining and Manufacturing Company, St. Paul, Min- 
nesota. 

Comparative Example O was a coated abrasive disc available under the trade designation "Nikken" 
Grade CC 1200-Cw, from Nihonkenshi Company, Ltd., Japan. 

Comparative Example P had make and size resins listed in Table 25, and had a paper backing. 

Examples 38-43 

Grade 1200 silicon carbide paper-backed abrasives were prepared in the laboratory to evaluate blends 
of resole phenolic resin and the reactive diluent known under the trade designation "Jeff amine" as make 
and size resins versus standard epoxy resins. A construction with a monolayer of mineral was used for all 
experimental lots of grade 1200 silicon carbide abrasive grains. These lots were compared to Comparative 
Examples N and O. Three blends of resole phenolic/reactive diluent make and size resins were evaluated. 
The compositions of these blends are shown in Table 24. In making the resins of Table 24, some water was 
added to the phenolic resin prior to addition of the reactive diluent, with an additional amount of water 
added to adjust solids content. No external heating was used. 

These blends were employed to make the examples specified in Table 25. The Comparative Resins D 
and E were adjusted to the desired percent solids using the solvent known under the trade designation 
"Aromatic 100". The resole phenolic resins modified by the reactive diluent were adjusted to the desired 
percent solids using tap water only. All lots were tested using the Wet Schiefer Test on acrylic discs. The 
results are shown in Table 26, along with test data for Comparative Examples A and B. 
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Table 26 





Cumulative Cut (grams) 


5 


Example 


Cut After 500 cycles 


Cut After 


Cut After 


Cut After 


Cut After 2500 cycles 






1000 cycles 


1500 cycles 


2000 cycles 






N 


0.48 


0.80 


0.99 


1.14 


1.23 




0 


1.03 


1.91 


2.67 


3.30 


3.86 




P 


0.69 


1.15 


1.49 


1.74 


1.91 


70 


38 


1.04 


1.96 


2.83 


3.60 


4.31 




39 


1.04 


1.97 


2.82 


3.61 


4.34 




40 


1.15 


2.20 


3.18 


4.09 


4.94 




41 


1.16 


2.20 


3.18 


4.07 


4.91 




42 


1.10 


2.10 


3.00 


3.80 


4.70 


75 


43 


1.19 


2.27 


3.26 


4.20 


5.09 



Following the initial Schiefer Cut testing, samples from the experimental and control examples were soaked 
in water for 20 hours at room temperature and retested for cut and finish. The results are shown in Table 
20 27. 



Table 27 



Example 


500-cycle 
finish (R, m ) 


2500-Cycle Cut (grams) 


N 


26 


1.23 


O 


37 


3.86 


P 


28 


1.91 


38 


46 


4.31 


39 


48 


4.34 


40 


50 


4.94 


41 


50 


4.94 


42 


47 


4.70 


43 


55 


5.09 



Examples 44-47 

Examples 44 through 47 demonstrate the usefulness of the present invention in the preparation of 
Grade P-400 A1 2 0 3 paper-backed abrasive sheet. Resin compositions are shown in Table 28 where again 
the reactive diluent was added after some of the water was added to the phenolic resin. The abrasive 
sheets 44-47 had construction as described in Table 29. Cumulative Schieffer Cut for these examples are 
shown in Table 30. Consistently improved cut of the abrasive of examples containing the reactive diluent is 
apparent. 



50 
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Table 28 



Component 


Comparative Resin F 


Comparative 
Resin G 


Experimental 
Resin H 


Experimental Resin 1 


cpun oc.o epoxy ru&in 


AR po/ 
to.*, /o 








Resole Phenolic Resin 




72.63% 


50% 


92% 


(75% solids) 










DGMA 




8.16% 






Versacure 125 (85% 


23.3% 








solids in Aromatic 1 00) 










Interwet 




0.82% 






ethyl cellosolve 




9.19% 






Modaflow 


0.05% 








Aromatic 100 


30.45% (to 68% solids) 








Water 




9.20% 


to 60% solids 


to 56% solids 


Jeffamine ED600 






50% 


8% 


Silwet L-7604 






0.25% 


0.25% 


Interwet 






0.25% 


0.25% 



Table 29 



Example 


Make Adhesive 
(% Solids) 


Make Weight g/m 2 


Mineral 
Weight g/m 2 


Size Adhesive 
(% Solids) 


Size Weight g/m 2 


44 


Resin F (68%) 


9.2 


33.5 


Resin G (59%) 


39.8 


45 


Resin F (68%) 


9.2 


33.5 


Resin 1 (56%) 


41.9 


46 


Resin H (60%) 


10.5 


33.5 


Resin G (59%) 


36.5 


47 


Resin H (60%) 


10.5 


33.5 


Resin 1 (56%) 


39.0 



Table 30 

35 



Example 


Cut after 500 Cycles, g. 


Cut After 1000 
cycles, g. 


Cut after 5500 cycles, g. 


Cut after 10000 
cycles, g 


44 


1.695 


3.133 


10.747 


12.787 


45 


1.477 


2.835 


11.728 


17.405 


46 


1.983 


3.728 


1 1 .763 


13.716 


47 


1.666 


3.250 


11.999 


15.722 



Comparative Example Q and Example 48 

Comparative Example Q and Example 48 illustrate the making of a coated abrasive of the invention 
comprising a resole phenolic resin, an ethylenically unsaturated monomer, and a reactive diluent. 

A coated abrasive was made having an "A" weight paper backing and utilizing grade 1200 silicon 
carbide abrasive grains. Comparative Example Q was made with Comparative Resin D (Table 24.) for the 
make resin and Comparative Resin E (Table 24.) for the size resin. Make and size resins for Example 48 
are shown in Table 31. Some of the water was added to the phenolic resin prior to the addition of the 
reactive diluent. No external heating was applied. 
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Table 31 



Component 


Make Resin for Example 48 


Size Resin for Example 48 


resole phenolic 


58% 


64% 


resin 






PETA 


24% 




DGMA 


11.3% 




Irgacure 651 


1.5% 




Interwet 


2.0% 


0.5% 


Jeffamine D230 




24% 


Jeffamine ED148 




10% 


Silwet L7604 




0.5% 


water 


to 180 centipoise (68% solids) 


to 50 centipoise (60% solids) 



75 

After allowing the resins to reach 25 'C, the viscosity of the resins was measured by using a Brookfield 
viscometer, number 2 spindle at 60 rpm, and a 25 'C for the make resin, 30 'C for the size resin. The 
various coating weights are shown in Table 32. The make coating was then applied to the paper backing. 
For Example 48 the structure was exposed to a 300 watt/inch UV lamp for 0.5 seconds to effect a partial 

20 cure. Silicon carbide abrasive grains were then electrostatically coated onto the make coating for Example 
48 and Comparative Example Q, and the structures were heated to 115*C for 30 minutes to effect a partial 
cure of the make coatings. The size coating was then applied to each and the resulting compositions 
heated to 115* C for an additional 70 minutes to complete the cure. The resulting coated abrasive articles 
were tested using the Wet Schiefer test for cumulative cut. The results comparing these examples with 

25 Comparative Example N and Comparative Example O are presented in Table 33. 

Table 32 



30 


Example 


Make weight, g/m 2 


Mineral weight, g/m 2 


Size Weight, g/m 2 




Comparative Example Q 


3.8 


12.6 


16.8 




48 


8.4 


12.6 


12.6 



35 

Table 33 



Schiefer Cut 


Example 


Cumulative cut 


Cumulative 


Cumulative 


Cumulative cut 


Cumulative 




in 500 cycles, g 


cut in 1000 


cut in 1500 


in 2000 cycles, g 


cut in 2500 






cycles, g 


cycles, g 




cycles, g. 


Comparative Example N 


0.39 


0.68 


0.88 


1.00 


1.10 


Comparative Example O 


0.90 


1.75 


2.40 


3.02 


3.58 


Comparative Example P 


0.70 


1.15 


1.45 


1.75 


1.85 


48 


1.06 


2.17 


3.13 


4.00 


4.56 



This work provided evidence that abrasive articles made with coatable, thermally curable binder 
so precursor solutions with reduced formaldehyde emissions can perform as well as or better than previously 
known abrasives. 

Claims 

55 1. A coatable, thermally curable binder precursor solution characterized by being a combination of: 

(a) a 30-95% solids solution of a thermally curable resin having a plurality of pendant methylol 
groups, the balance of the solution being water; and 
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(b) a reactive diluent, 

wherein said thermally curable resin is the reaction product of a non-aldehyde and an aldehyde, said 
non-aldehyde selected from the group consisting of ureas and phenolics, and wherein said reactive 
diluent has at least one functional group which is independently reactive with said pendant methylol 
5 groups or with said aldehyde, and wherein said reactive diluent is selected from the group consisting of 
A) compounds selected from the group consisting of compounds represented by the general formula 



R 2 X 



-N — C — Y 



and mixtures thereof wherein X = 0 or S and Y = -NR 3 R* or -OR 5 , such that when X=S, Y = NR 3 R*, 
each of R\ R 2 , R 3 , R* and R 5 is a monovalent radical selected from the group consisting of 
T5 hydrogen, alkyl groups having 1 to 10 carbon atoms, hydroxyalkyl groups having from 2 to 4 carbon 

atoms and one or more hydroxyl groups, and hydroxypolyalkyleneoxy groups having one or more 
hydroxy! groups, and with the provisos that: 

(i) said compound contains at least one -NH and one -OH group or at least two -OH groups or at 
least two -NH groups; 
20 (ii) R 1 and R 2 or R 1 and R 3 can be linked to form a ring structure; and 

(iii) R\ R 2 , R 3 , R* and R 5 are never all hydrogen at the same time; 

B) compounds having molecular weight less than 300 and selected from the group consisting of 
alky (substituted 2-aminoalcohols, /3-ketoalkylamides, and nitro alkanes; 

C) poly(oxyalkylene) amines having molecular weight ranging from 90 to 300; and 

25 D) poly(oxyalkylene) ureido compounds having molecular weight ranging from 90 to 1000. 

2. A solution in accordance with claim 1 further characterized by said non-aldehyde being phenol and said 
aldehyde being formaldehyde. 

30 3. A solution in accordance with claim 1 further characterized by said thermally curable resin being 
selected from the group consisting of phenolic resins, urea-aldehyde resins, and mixtures thereof. 

4. A solution in accordance with claim 3 further characterized said thermally curable resin being a 
phenolic resin selected from the group consisting of novolak, resole, and resolated novolak resins. 

35 

5. A solution in accordance with claim 1 further characterized by said at least one functional group 
reactive with the pendant methylol groups being an -NH-group. 

6. A solution in accordance with anyone of claims 1 to 5 further characterized by said reactive diluent 
40 having a molecular weight of at most 600. 

7. A solution in accordance with claim 6 further characterized by said reactive diluent having a molecular 
weight of at most 300. 

45 8. A solution in accordance with claim 4 further characterized by said phenolic resin being a resole. 

9. A solution in accordance with anyone of claims 1 to 8 further characterized by including water in an 
amount sufficient to turn the resultant solution permanently milky in appearance. 



so 10. A solution in accordance with anyone of claims 1 to 9 further characterized by said thermally curable 
resin and said reactive diluent being present in a weight ratio ranging from 1:1 to 100:1. 

11. A solution in accordance with anyone of claims 1 to 9 further characterized by said thermally curable 
resin and reactive diluent being present in a weight ratio ranging from 2:1 to 100:1. 

55 

12. A solution in accordance with anyone of claims 1 to 11 further characterized by said solution further 
including abrasive particles. 



33 



EP 0 552 762 B1 



13. A solution in accordance with anyone of claims 1 to 12 further characterized by X being O, Y = NR 3 R 4 , 
R 1 being 2-hydroxy ethyl, R 2 and R 3 being linked to form an ethylene bridge and R 4 being hydrogen. 

14. A solution in accordance with anyone of claims 1 to 12 further characterized by X being O, Y being 
5 NR 3 R\ R 1 and R 3 being hydrogen, R 2 being butyl and R 4 being hydroxyethyl. 

15. A solution in accordance with anyone of claims 1 to 12 further characterized by X being O, Y being 
NR 3 R\ R 1 and R 3 being hydrogen. R 2 being ethyl and R 4 being butyl. 

/o 16. A solution in accordance with anyone of claims 1 to 12 further characterized by said reactive diluent 
being a poly (oxyalkylene) amine selected from the group consisting of compounds represented by the 
general formula 



75 R 6 -0- (CHCH 2 ) n - (CH 2 CH 2 0) m -CH 2 CHNH 2 



CH 3 CH 3 



20 wherein R 6 is an alky I group having 1 to 4 carbon atoms and n and m are integers ranging from 0 to 
20. 

17. A solution in accordance with anyone of claims 1 to 12 further characterized by said reactive diluent 
being a poly (oxyalkylene) amine selected from the group consisting of compounds represented by the 

25 general formula 

H 2 NCHCH 2 - (OCH 2 CH) X -NH 2 
CH 3 CH 3 

30 

wherein x is an integer ranging from 2 to 20. 

18. A solution in accordance with anyone of claims 1 to 12 further characterized by said reactive diluent 
35 being a poly (oxyalkylene) amine selected from the group consisting of compounds represented by the 

general formula 

H 2 NCHCH 2 - <OCHCH 2 ) a - (OCH 2 CH 2 ) b - (OCH 2 CH) C -NH 2 

40 | J | 

CH 3 CH 3 CH 3 

wherein a, b, and c are integers, the sum of a plus c ranges from 1 to 5, and b ranges from 0 to 20. 

45 

19. A solution in accordance with anyone of claims 1 to 12 further characterized by said reactive diluent 
being a poly (oxy alkylene) amine selected from the group consisting of compounds represented by the 
general formula 

50 



55 



34 



EP 0 552 762 B1 



<(OCH 2 CH) m NH 2 
ch 3 ..-v.- . .;-.v:' 

(OCH 2 CH) n NH 2 
CH 3 ' 
(0CH 2 CH) o NH 2 
CH 3 

j 5 wherein m, n t and o are integers greater than zero such that the sum of m, n, and o ranges from 5 to 
30, and wherein A is a triol initiator. 

20. A cured version of the solution of anyone of claims 1 to 19. 

20 21. An abrasive article which includes a plurality of abrasive grains dispersed and adhered within a binder,' 
the binder being formed by curing the binder precursor solution according to anyone claims 1 to 1 1 
and 13 to 19, wherein when the reactive diluent is the poly(oxyalkylene)amine, the molecular weight of 
the poly(oxyalkylene)amine ranges from 90 to 1000, with the proviso that if the abrasive article is a 
nonwoven abrasive article, the molecular weight of the poly(oxyalkylene)amine is less than 300. 

25 

22. An abrasive article in accordance with claim 21 further characterized by said abrasive grains selected 
from flint, garnet, aluminum oxide, alumina zirconia, diamond, silicon carbide, cubic boron nitride, 
silicon nitride, and mixtures thereof. 

30 2a An abrasive article in accordance with claim 21 or 22 further characterized by said coatable, thermaliy 
curable binder precursor solution having a thermal curing catalyst. 

24. An abrasive article in accordance with claim 23 further characterized by said thermal curing catalyst 
being benzoyl peroxide. * 

'35 ■■'..*, ■ ■ . ■■<;•*■ 

25. An abrasive article in accordance with anyone of claims 21 to 24 further characterized by said binder 
further comprises a component selected from the group consisting of fillers, coupling agents, surfac 1 ' 
tants, wetting agents, plasticizers, fibers, dyes, pigments, grinding aids, and mixtures thereof. v ■ 

40 26. An abrasive article in accordance with anyone of claims 21 to 25 further characterized by being a 
bonded abrasive. , , ■ 

27. An abrasive article in accordance with anyone of claims 21 to 25 further' characterized by being a 
nonwoven abrasive. 

45 

28. An abrasive article in accordance with anyone of claims 21 to 25 further characterized by being a 
coated abrasive. 

29. An abrasive article in accodance with anyone of claims 21 to 28 further characterized by said coatable, 
50 thermally curable binder precursor solution including an ethylenically unsaturated monomer. 

Pa tentansp ruche 

1. Beschichtungsfahige, thermisch hartbare Bindemittelprepolymerlosung, dadurch gekennzeichnet, daB 
55 es sich um eine Kombination aus: 

(a) einer 30-95%igen Feststofflosung eines thermisch h^rtbaren Harzes mit mehreren anhangenden 
Methylolgruppen, wobei der Rest der Losung Wasser ist; und 
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(b) einem ReaktiwerdOnner handelt, 
wobei das thermisch hartbare Harz das Umsetzungsprodukt einer Verbindung, die kein Aldehyd ist, und 
eines Aldehyds ist, das Produkt, das kein Aldehyd ist, aus der Gruppe bestehend aus Harnstoffen und 
Phenolen ausgewahlt wird, und wobei der ReaktiwerdOnner mindestens eine funktionelle Gruppe 
5 besitzt, die mit den anhangenden Methylolgruppen oder mit dem Aldehyd unabhangig reaktionsfahig 
ist, und wobei der ReaktiwerdOnner ausgewahlt ist aus der Gruppe bestehend aus 

A) Verbindungen, ausgewahlt aus der Gruppe bestehend aus Verbindungen der allgemeinen Formel 



w 



R 2 X 



75 und Gemischen davon, wobei X = O oder S ist und Y = — NR 3 R* oder —OR 5 ist, mit der MaBgabe, 

daS falls X = S, Y = — NR 3 R* ist, jeder der Reste R\ R 2 , R 3 , R* und R 5 einen monovalenten Rest 
bedeutet, ausgewahlt aus der Gruppe bestehend aus einem Wasserstoffatom, Alkylresten mit 1 bis 
10 Kohlenstoffatomen, Hydroxyalkylresten mit 2 bis 4 Kohlenstoffatomen und einer oder mehreren 
Hydroxygruppen und Hydroxypolyalkylenoxyresten mit einer oder mehreren Hydroxygruppen und 

20 mit den Maflgaben, dafl: 

(i) die Verbindung mindestens eine — NH— und eine —OH Gruppe oder mindestens zwei —OH 
Gruppen oder mindestens zwei — NH-Gruppen enthalt; 

(ii) R 1 und R 2 oder R 1 und R 3 aneinander gebunden sein konnen, wobei eine Ringstruktur gebildet 
wird; und 

25 (iii) R\ R 2 , R 3 , R A und R 5 nicht gleichzeitig jeweils ein Wasserstoffatom bedeuten konnen; 

B) Verbindungen mit einem Molekulargewicht niedriger als 300 und ausgewahlt aus der Gruppe 
bestehend aus alkylsubstituierten 2-Aminoalkoholen, £-Ketoalkylamiden und Nitroalkanen; 

C) Poly(oxyalkylen)aminen mit einem Molekulargewicht im Bereich von 90 bis 300; und 

D) Poly(oxyalkylen)ureido- Verbindungen mit einem Molekulargewicht im Bereich von 90 bis 1000. 

30 

2. Losung nach Anspruch 1 , weiter dadurch gekennzeichnet, dafl die Verbindung, die kein Aldehyd ist, 
Phenol ist und der Aldehyd Formaldehyd ist. 

3. Losung nach Anspruch 1, weiter dadurch gekennzeichnet, dafl das thermisch hartbare Harz aus der 
35 Gruppe bestehend aus phenolischen Harzen, Harnstoff-Aldehyd-Harzen und Gemischen davon ausge- 
wahlt wird. 

4. Losung nach Anspruch 3, weiter dadurch gekennzeichnet, dafl das thermisch hartbare Harz ein 
phenolisches Harz ist, das aus der Gruppe bestehend aus Novolak-, Resol- und resolierten Novolakhar- 

40 zen ausgewahlt wird. 

5. Losung nach Anspruch 1, weiter dadurch gekennzeichnet, dafl mindestens eine funktionelle Gruppe, 
die mit den anhangenden Methylolgruppen reaktionsfahig ist, eine — NH-Gruppe ist. 

45 6. LSsung nach einem der Anspruche 1 bis 5, weiter dadurch gekennzeichnet, dafl der ReaktiwerdOnner 
ein Molekulargewicht von hochstens 600 besitzt. 

7. Losung nach Anspruch 6, weiter dadurch gekennzeichnet, dafl der ReaktiwerdOnner ein Molekularge- 
wicht von hochstens 300 besitzt. 

50 

8. Losung nach Anspruch 4, weiter dadurch gekennzeichnet, dafl das phenolische Harz ein Resol ist. 

9. Losung nach einem der AnsprOche 1 bis 8, weiter dadurch gekennzeichnet, dafl Wasser in einer 
ausreichenden Menge enthalten ist, so dafl die erhaltene Losung ein permanent milchiges Aussehen 

55 aufweist. 

10. Losung nach einem der Anspruche 1 bis 9, weiter dadurch gekennzeichnet, dafl das thermisch hartbare 
Harz und der ReaktiwerdOnner in einem Gewichtsverhaltnts im Bereich von 1:1 bis 100:1 vorliegen. 
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11. Losung nach einem der AnsprUche 1 bis 9, weiter dadurch gekennzeichnet, daG das thermisch hartbare 
Harz und der ReaktiwerdUnner in einem Gewichtsverhaltnis im Bereich von 2:1 bis 100:1 vorliegen. 

12. Losung nach einem der AnsprUche 1 bis 11, weiter dadurch gekennzeichnet, daB die Losung aufierdem 
Schleifkorner enthalt. 

13. Losung nach einem der AnsprUche 1 bis 12, weiter dadurch gekennzeichnet, daB X O bedeutet, Y = 
— NR 3 R 4 ist, R 1 die 2-Hydroxyethylgruppe bedeutet R 2 und R 3 aneinander gebunden sind, wobei eine 
Ethylenbrucke gebildet wird, und R 4 ein Wasserstoffatom bedeutet. 

14. Losung nach einem der AnsprUche 1 bis 12, weiter dadurch gekennzeichnet, daB X 0 bedeutet, 
Y=— NR 3 R* ist, R 1 und R 3 jeweils ein Wasserstoffatom bedeuten, R 2 eine Butylgruppe ist und R* eine 
Hydroxyethylgruppe bedeutet. 

15. Losung nach einem der Anspruche 1 bis 12, weiter dadurch gekennzeichnet, daB X 0 bedeutet, 
Y=— NR 3 R 4 darstellt, R 1 und R 3 jeweils ein Wasserstoffatom bedeuten, R 2 eine Ethylgruppe ist und R 4 
eine Butylgruppe bedeutet. 

16. Losung nach einem der AnsprUch 1 bis 12, weiter dadurch gekennzeichnet, daB der ReaktiwerdUnner 
ein Poly(oxyalkylen)amin, ausgewahlt aus der Gruppe bestehend aus Verbindungen der allgemeinen 
Formel 

R 6 -0- (CHCH 2 ) n - (CH 2 CH 2 0) m -CH 2 CHNH 2 
CH 3 CH 3 

ist, wobei R 6 einen Alkylrest mit 1 bis 4 Kohlenstoffatomen bedeutet und n und m ganze Zahlen im 
Bereich von 0 bis 20 darstellen. 

17. Losung nach einem der Anspruche 1 bis 12, weiter dadurch gekennzeichnet, daB der ReaktiwerdUnner 
ein Poly(oxyalkylen)amin, ausgewahlt aus der Gruppe bestehend aus Verbindungen der allgemeinen 
Formel 

H.NCHCHo- (OCH9CH) -NH 2 

I I 
CH 3 CH 3 

ist, wobei x eine ganze Zahl im Bereich von 2 bis 20 darstellt. 

18. Losung nach einem der AnsprUche 1 bis 12, weiter dadurch gekennzeichnet daB der ReaktiwerdUnner 
ein Poly(oxyalkylen)amin, ausgewahlt aus der Gruppe bestehend aus Verbindungen der allgemeinen 
Formel 

H 2 NCHCH 2 - (OCHCH 2 ) a ~ (OCH 2 CH 2 ) b - (OCH 2 CH) C -NH 2 
CH 3 CH 3 CH 3 

ist, wobei a, b und c ganze Zahlen darstellen, die Summe von a plus c im Bereich von 1 bis 5 liegt und 
b im Bereich von 0 bis 20 liegt. 

19. Losung nach einem der AnsprUche 1 bis 12, weiter dadurch gekennzeichnet, dafl der ReaktiwerdUnner 
ein Poly(oxyalkylen)amin, ausgewahlt aus der Gruppe bestehend aus Verbindungen der allgemeinen 
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Formel 

<(OCH 2 CH) m NH 2 
CH 3 
(OCH 2 CH) n NH 2 
CH 3 
(0CH 2 CH) o NH 2 
I 

CH 3 

ist, wobei m, n und o ganze Zahlen groBer als Null bedeuten, wobei die Summe von m, n und o im 
Bereich von 5 bis 30 liegt, und wobei A einen Triolinitiator bedeutet. 

20. AusgehSrtete Form einer Losung nach einem der Anspruche 1 bis 19. 

21. Schleifmittel, das mehrere Schleifkorner dispergiert und festhaftend in einem Bindemittel enthalt, wobei 
das Bindemittel durch Harten der Bindemittelprepolymerlosung nach einem der Anspruche 1 bis 11 
und 13 bis 19 erzeugt wird, wobei falls der ReaktivverdOnner ein Poly(oxyalkylen)amin darstellt, das 
Molekulargewicht des Poly(oxyalkylen)amins im Bereich von 90 bis 1000 liegt, mit der MaBgabe, daB 
falls das Schleifmittel ein nichtgewebtes Schleifmittel ist, das Molekulargewicht des Poly(oxyalkylen)- 
amins niedriger als 300 ist. 

22. Schleifmittel nach Anspruch 21 , weiter dadurch gekennzeichnet, daB die Schleifkorner aus Flintstein, 
Granat, Aluminiumoxid, Tonerde-Zirkonderde, Schneidediamant, Siliciumcarbid, kubischem Bornitrid, 
Siliciumnitrid und Gemischen davon ausgewahlt werden. 

23. Schleifmittel nach Anspruch 21 oder 22, weiter dadurch gekennzeichnet, daB die beschichtungsfahige, 
thermisch hartbare Bindemittelprepolymerlosung einen warmehartenden Katalysator aufwetst. 

24. Schleifmittel nach Anspruch 23, weiter dadurch gekennzeichnet, daB der warmehartende Katalysator 
Benzoylperoxid ist. 

25. Schleifmittel nach einem der AnsprOche 21 bis 24, weiter dadurch gekennzeichnet, daB das Bindemittel 
auBerdem einen Bestandteil, ausgewahlt aus der Gruppe bestehend aus FOIIstoffen, Kupplungsmitteln, 
Tensiden, Netzmitteln, Weichmachern, Fasern, Farbstoffen, Pigmenten, Schleifhilfsmitteln und Gemi- 
schen davon umfaBt. 

26. Schleifmittel nach einem der Anspruche 21 bis 25, weiter dadurch gekennzeichnet, daB es ein 
gebundenes Schleifmittel ist. 

27. Schleifmittel nach einem der Anspruche 21 bis 25, weiter dadurch gekennzeichnet, daB es ein 
nichtgewebtes Schleifmittel ist. 

2a Schleifmittel nach einem der Anspruche 21 bis 25, weiter dadurch gekennzeichnet, daB es ein 
beschichtetes Schleifmittel ist. 

29. Schleifmittel nach einem der AnsprOche 21 bis 28, weiter dadurch gekennzeichnet, daB die beschich- 
tungsfahige, thermisch hSrtbare Bindemittelprepolymerlosung ein ethylenisch ungesattigtes Monomer 
einschlieBt. 
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R v ndlcatl ns 

1. Solution de precurseur deposable, thermiquement durcissable, caracterisee en ce qu'elle est une 
combinaison de: 

5 (a) une solution a 30-95% de solides d'une resine thermiquement durcissable ayant plusieurs 

groupes methylo! pendants, le reste de la solution etant de I'eau; et 

(b) un diluant reactif, ou ladite resine thermiquement durcissable est le produit de la reaction d'un 
non-aldehyde et d'un aldehyde, ledit non-aldehyde est choisi dans le groupe constitue par les urees 
et les matieres phenoliques, et ou ledit diluant reactif a au moins un groupe fonctionnel qui est 
w independamment reactif avec lesdits groupes methylol pendants ou avec ledit aldehyde, et ou ledit 

diluant reactif est choisi dans le groupe constitue par 

A) les composes choisis dans le groupe constitue par les composes representes par la formule 
gene rale 

15 

R 2 X 
R 1 N — C Y 

20 

et leurs melanges dans lesquels X = 0 ou S et Y = -NR 3 R 4 ou -OR 5 , de maniere que lorsque X 
= S, Y = NR 3 R 4 , chacun des radicaux R 1 , R 2 , R 3 R 4 et R 5 est un radical monovalent choisi 
dans le groupe constitue par I'hydrogene, les groupes alkyle ayant de 1 a 10 atomes de carbone, 
les groupes hydroxy alkyle ayant de 2 a 4 atomes de carbone et un ou plusieurs groupes 
25 hydroxyle, et les groupes hydroxypolyalkyleneoxy ayant un ou plusieurs groupes hydroxyle, et 

sous reserve que: 

(i) ledit compose* contienne au moins un groupe -NH et un groupe -OH ou au moins deux 
groupes -OH ou au moins deux groupes -NH; 

(ii) R 1 et R 2 ou R 1 et R 3 peuvent etre r^unis pour former une structure cyclique; et 

30 (iii) R\ R 2 , R 3 , R 4 et R 5 ne repr£sentent jamais tous ensemble un hydrogene en meme temps; 

B) les composes ayant un poids moleculaire inferieur a 300 et choisis dans le groupe constitue 
par les 2-aminoalcools a substitution alkyle, les 0-cetoalkylamides, et les nitro-alcanes; 

C) les poly(oxyalkylene)amines ayant un poids moleculaire compris entre 90 et 300; et 

D) les composes poly(oxyalkylene)ureido ayant un poids moleculaire compris entre 90 et 1 000. 

35 

2. Solution selon la revendication 1 , caracterisee en outre en ce que ledit non-aldehyde est un phenol et 
en ce que ledit aldehyde est le formaldehyde. 

3. Solution selon la revendication 1, caracterisee en outre en ce que ladite resine thermiquement 
40 durcissable est choisie dans le groupe constitue par les resines phenoliques, les resines uree- 

aldehyde, et leurs melanges. 

4. Solution selon la revendication 3, caracterisee en outre en ce que ladite resine thermiquement 
durcissable est une resine ph^nolique choisie dans le groupe constitue par les resines novolaques, les 

45 resines R6sol et les resines novolaques r6sol6es. 

5. Solution selon la revendication 1, caracterisee en outre en ce que ledit groupe fonctionnel, present a au 
moins un exemplaire, reactif avec les groupes methylol pendants est un groupe -NH-. 

so 6. Solution selon Tune quelconque des revendications 1 a 5, caracterisee en outre en ce que ledit diluant 
reactif a un poids moleculaire de 600 au plus. 

7. Solution selon la revendication 6, caracterisee en outre en ce que ledit diluant reactif a un poids 
moleculaire de 300 au plus. 

55 

8. Solution selon la revendication 4, caracterisee en outre en ce que ladite resine phenotique est un 
R6sol. 
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9. Solution selon Tune quelconque des revendications t & 8, caracterisee en outre en ce qu'elle inclut de 
Peau en une quantity suffisante pour donner a la solution resultante un aspect laiteux permanent. 

10. Solution selon Tune quelconque des revendications 1 a 9, caracterisee en outre en ce que ladite resine 
5 thermiquement durcissable et ledit diluant reactif sont presents dans un rapport ponderal compris entre 

1:1 et 100:1. 

11. Solution selon Tune quelconque des revendications 1 a 9, caracterisee en outre en ce que ladite resine 
thermiquement durcissable et ledit diluant reactif sont presents dans un rapport ponderal compris entre 

70 2:1 et 100:1. 

12. Solution selon Tune quelconque des revendications 1 a 11, caracterisee en outre en ce que ladite 
solution inclut en outre des particules abrasives. 

rs 13. Solution selon Tune quelconque des revendications 1 a 12, caracterisee en outre en ce que X = O, Y 
= NR 3 R* , R 1 est un 2-hydroxyethyle, R 2 et R 3 sont lies pour former un pont Ethylene et R 4 
represented un hydrogene. 

14. Solution selon Tune quelconque des revendications 1 a 12, caracterisee en outre en ce que X 
20 reprSsente O, Y repr^sente NR 3 R 4 , R 1 et R 3 represented un hydrogene, R 2 est un butyle et R 4 est un 

hydroxyethyle. 

15. Solution selon Tune quelconque des revendications 1 a 12, caracterisee en outre en ce que X 
reprSsente O, Y reprSsente NR 3 R\ R 1 et R 3 represented un hydrogene, R 2 est un ethyle et R 4 est un 

25 butyle. 

16. Solution selon Tune quelconque des revendications 1 a 12, caracterisee en outre en ce que ledit diluant 
reactif est une poly(oxyalkylene)amine choisie dans le groupe constitue par les composes representes 
par la formule generate 

30 

R 6 -0- ( CHCH 2 ) n - ( CH 2 CH 2 0 ) m -CH 2 CHNH 2 



35 

dans laquelle R 6 est un groupe alkyle ayant de 1 a 4 atomes de carbone et n et m sont des nombres 
entiers compris entre 0 et 20. 

40 17. Solution selon Tune quelconque des revendications 1 a 12, caracterisee en outre en ce que ledit diluant 
reactif est une poly(oxyalkylene)amine choisie dans le groupe constitue par les composes representes 
par la formule generale 

45 H 2 NCHCH 2 - (OCH 2 CH) X -NH 2 

CH 3 CH 3 

50 dans laquelle x est un nombre entier compris entre 2 et 20. 

18. Solution selon Tune quelconque des revendications 1 a 12, caracterisee en outre en ce que ledit diluant 
reactif est une poly(oxyalkylene)amine choisie dans le groupe constitue par les composes representes 
par la formule generate 

55 
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H 2 NCHCH 2 - (OCHCH 2 ) a - (OCH 2 CH 2 J „- (OCH 2 CH) C -NH 2 
CH 3 CH 3 l C u 



dans laquelle a, b et c sont des nombres entiers, la somme de a plus c est comprise entre 1 et 5, et b . 
est compris entre 0 et 20. 

w 19. Solution selon Tune quelconque des revendications 1 a 12, caracterisee en outre en ce que ledit diluant 
reactif est une poly(oxyalkylene)amine choisie dans le groupe constitue par les composes represented 
par la formule generate 



,(OCH 2 CH) m NH 2 
CH, 



20 




dans laquelle m, n et o sont des nombres entiers supeYieurs a ze>o de maniere que la somme de m, n 
30 et o soit comprise entre 5 et 30, et ou A est un inducteur triol. 

20. Version durcie de la solution de Tune quelconque des revendications 1 a 19. 

21. Article abrasif qui inclut plusieurs grains abrasifs disperses et adherant dans un liant, le liant etant 
35 forme en durcissant la solution precurseur de liant selon Tune quelconque des revendications 1 a 1 1 et . 

13 a 19, ou lorsque le diluant reactif est la poly(oxyalkylene)amine, le poids moleculaire de la poly- 
(oxyalkylene)amine est compris entre 90 et 1000, sous reserve que si Particle abrasif est un article 
abrasif non tisse. le poids moleculaire de la poly(oxyalkylene)amine est inferieur a 300. 

40 22. Article abrasif selon la revendication 21 , caracte'rise en outre en ce que lesdits grains abrasifs sont 1 
choisis parmi le silex, le grenat, Toxyde d'aluminium, Talumine, la zircone, le diamant, le carbure de 
silicium, !e nitrure de bore cubique, le nitrure de silicium, et leurs melanges. - ■ , 

23. Article abrasif selon la revendication 21 ou 22, caracte>is£ en outre en ce que ladite solution de 
45 precurseur deposable thermiquement durcissable a un catalyseur de durcissement therm ique. 

24. Article abrasif selon la revendication 23, caracte>ise" en outre en ce que ledit catalyseur de durcisse- 
ment thermique est le peroxyde de benzoyle. 

so 25. Article abrasif selon Tune quelconque des revendications 21 a 24, caracteVise" en outre en ce que ledit 
liant comprend en outre un composant choisi dans le groupe constitue par les charges, les agents de 
couplage, les agents tensio-actifs, les agents mouillants, les plastifiants, les fibres, les colorants, les 
pigments, les adjuvants de broyage, et leurs melanges. 

55 26. Article abrasif selon Tune quelconque des revendications 21 a 25, caracterise* en outre en ce qu'il s'agit 
d'un abrasif lie. 
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27, Article abrasif selon Pune queiconque des revendications 21 a 25, caracterise en outre en ce qu'il s'agit 
d'un abrasif non tisse. 

2a Article abrasif selon Tune queiconque des revendications 21 a 25, caracterise en outre en ce qu'il s'agit 
5 d'un abrasif revetu. 

29. Article abrasif selon Tune queiconque des revendications 21 a 28, caracterise en outre en ce que ladite 
solution pr§curseur de liant deposable, thermiquement durcissable, inclut un monomere Sthylenique- 
ment insature. 

10 
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